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^ (54) Title: HETEROBIFUNCTIONAL POLY(ETHYLENE GLYCOL) DERIVATIVES AND METHODS FOR THEIR PREPA- 
V© RATION 

V© ■ • 

^ (57) Abstract: This invention provides a method for preparing, in high purity and high yield, heterobifunctional derivatives of 
^ poly(ethylene glycol) or related polymers. A chromatographic purification step is not necessary in the method. In accordance with 
the method of the invention, an intermediate polymer having a formula of W-Poly-OH is provided bearing a removable group W 
Q at one terminus: The intermediate polymer W-P61y-OH is first altered by modifying' the OH group to a first functional group X, 
J> followed by the removal of W to generate a second hydroxyl group. The latter hydroxyl group may then be further converted to a 
^ second functional group Y, thus providing the desired heterobifunctional derivative. 
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HETEROBIFUNCTIONAL POLYETHYLENE GLYCOL) 
DERIVATIVES AND METHODS FOR JHEIR PREPARATION 



Field of the Invention ' 
The invention relates to heterobifunctional p6Iy(ethylene glycol) 
derivatives and methods for their preparation. 

BACKGROUND OF THE INVENTION 
Covalent attachment of the hydrophilic polymer polyethylene 
glycol), abbreviated (PEG), also known as polyethylene oxide), abbreviated 
(PEO), to molecules and surfaces has important applications in biotechnology and 
medicine. In its most common form, PEG is a linear polymer having hydroxyl 
groups at each terminus: 

HO-CH r CH 2 0(CH 2 CH 2 0) n CH 2 CH r OH 



This formula can be represented in brief as HO-PEG-OH, where it is understood 

.-^F -Vv ':'"•'/ " - ^ h ^? EG " re P re sents th^ 



Equals -CH 2 Cri 2 6(CH 2 dii^ 



• ■ PEG4s commonly used ^ methoxy-PEG-OH, or mPEp in brief, in which brie 
terminus is the relatively inert methoxy group, while the other terminus is a 
- - ' hydroxy! group that is subject to ready chemical modification. 



,CH 3 0-(CH 2 CH 2 0) n -CH 2 CHrOH 
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It is understood by those skilled in the art that the term 
poly(ethylene glycol) or PEG represents or includes all the above forms and still 
others. * * ' 

The copolymers of ethylene oxide and propylene oxide are closely 
related to PEG in their chemistry, and they can be substituted for PEG in many of 
its applications. 

HO-CHjCHROCCH^CHRO^CH^HR-OH 
R = H and CH 3 

PEG is a useful polymer having the property of water solubility as 
well as solubility in many organic solvents. PEG is also non-toxic and 
non-immunogenic. When PEG is chemically attached to a water insoluble 
compound, the resulting conjugate generally is water soluble as well as soluble in 
many organic solvents. When the molecule to which PEG is attached is 

. biologically active, such as a drug, this activity is commonly retained after 
attachment of PEG and the conjugate may display altered pharmacokinetics. For 
example, Bentley et Q \. in Polymer Preprints, 38(1), 584 (1997) demonstrated that 
the water insoluble antemisinin becomes water soluble and exhibits increased 
antimalarial activity when coupled to REG. Davis e f Q \ , in U.S. Patent No. 
4,179,337 have shownlhat protejjgs coaled to.PEG have! enhanced blood 

v.circulation lifetime because of - . : o 

immunogenicity. The lack of toxicity of PEG and its "rapid clearance from the 
body are advantageous for pharmaceutical applications. 

As applications of PEG chemistry have become more sophisticated, 
there has been an increasing need for heterobifunctional PEGs, that is PEGs 
bearing dissimilar terminal groups: 

X-PEG-Y 

where X and Y are different groups. PEGs having backbone ester groups and 
terminal groups, X and Y: 



X-PEG-C0 3 -PEG-Y 
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can be considered to be heterobifunctionaJ even if X and Y are the same, since 
each PEG unit within the backbone is substituted unsymmetrically. 

Such heterobifiinctional PEGs bearing appropriate functional 
groups may be used to link the PEGs to surfaces or other polymers, such as 
polysaccharides or proteins, with the other terminus attached, for example, to a 
drug, a liposome, another protein, or a biosensor. If one terminus is bound to a 
polymer, and the other terminus is bonded to an appropriate functional group, 
cross-linking to form a useful hydrogel can occur. 

Utilizing existing methods, however, heterobifunctional PEGs are 
often difficult or impossible to prepare in high purity. For example, one could 
conduct the below reaction, using molar equivalents of each reagent with the goal 
of preparing the heterobifunctional PEG acetal product shown: 

HO-PEG-OH + CICH 2 CH(OC 2 H,) 2 + NaOH ► 

> HO-PEG-OCH 2 CH(OC 2 H 5 )2+NaCI+H 2 0 

In practice, however, some of the disubstututed PEG diethyl acetal, 
(C 2 H 5 0)2CH 2 0-PEG-OCH 2 CH(OC2H5)2 is also inevitably formed and some 
unreacted PEG woulcj also remain: Tediqps c||>matography would-be required to 
separate this mixture.. ^ 'H^, ' . . : " 

The chromatographic approach has been used by Zalipsky 
(Bioconjugate Chemistry, 4: 296-299, 1993) to purify the following 
heterobifunctional PEG derivative: 

H0-PEG-CONHCH 2 CO 2 H 

from a reaction product mixture also containing unreacted PEG and the 
disubstituted carboxylic acid derivative. 

In certain applications, it is essential that minimum HO-PEG-OH be 
present in monoalkyl PEGs used to prepare monofunctional activated PEGs, since 
the presence of HO-PEG-OH would lead to doubly activated PEG derivatives 
which would result in crosslinked products or have other undesirable effects. In 
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fact, HO-PEG-OH is a common contaminant in monoalkyl PEGs. The 
chromatographic approach has been disclosed in U.S. Patent No. 5,298,41 0 to 
separate CH3O-PEG-OH from HO-PEG-OH by forming the trityl 
(Ph 3 C-derivatives), separating.the derivatives chromatographically, and removing 
the trityl group from CH 3 0-PEG-OCPh 3 . A recent patent application, Suzawa, ei 
■ a i (W096/3545 1) disclosed benzyl PEG (C 6 H 5 -CH 2 -OPEG-OH) as an 
: intermediate in preparing a heterobifunctional PEG bearing a group at one 
terminus having affinity for a target cell and having a toxin at the other terminus. 
The benzyl PEG, however, was prepared by benzylation of PEG, followed by 
laborious extensive gradient chromatography to separate benzyl PEG from 
dibenzyl PEG and unreacted PEG. The procedure was done on a small scale with 
a yield of only 7.8%. The method thus has little value for useful commercial 
production. 

A second strategy, the polymerization approach, for preparing 
heterobifunctional PEGs involves anionic polymerization of ethylene oxide onto an 
anion, X", which ultimately becomes the end-group of the polymer: 

O 

ZA 

X\+ n 1 > X-(CH 2 CH 2 0-)„- 

X4tH 2 CH 2 0-V + H + — — = ^X-{CH 2 CH,0-) n Hr. , . 

v. This method Has Q i (Bioconjti^ate Chemistry, 3: 

275-276, 1 992) to prepare a PEG with a hydroxyl group at one terminus and an 
amino group at the other. : Cammas, ei a \ . (Bioconjugate Chemistry, 6: 226-230, 
1995) have used this method to prepare PEGs with an amino group on one 
: } terminus and a hydroxyl or methoxy group on the other. It has also been used by 
Nagasaki, e{ a \ (Biocojugate Chemistry, 6: 23 1 -233 , 1 995) to prepare a PEG 
having a formyl group at one terminus and a hydroxyl group at the other. This 
method is generally useful only if X is a suitable and desired group on which to 
initiate polymerization; frequently this is not the case. Also, successful application 
of this method requires rigorous exclusion of water to prevent formation of HO- 
PEG-QH, and this problem becomes more severe as the molecular weight 
increases. It is also necessary to carefully control the degree of polymerization in 
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order to obtain the desired molecular weight of the PEG derivative. This method is 
limited by the degradation of many types of drug molecules under the harsh 
conditions of the polymerization if the ethylene oxide polymerization is conducted 
directly on the drug molecule. The method is also limited by lack of selectivity if 
more than one functional group is present on which polymerization can occur. 

It would be desirable to provide additional methods for preparing 
heterobifunctional PEGs that substantially eliminate at least some of the problems 
and drawbacks of previous methods. 

SUMMARY OF THE INVENTION 
This invention provides a method for preparing heterobifunctional 
poly(ethyIene glycol) derivatives via a PEG intermediate bearing a removable 
group at one terminus. PEG derivatives of the class, W-PEG-OH, where W is a 
group removable by mild chemical methods, are provided and are first altered by 
modifying the OH group to a desired group, X, followed by removal of W to 
generate a second hydroxyl group. The latter hydroxyl group may then be further 
altered to a second functional group Y, thus providing the desired 
heterobifunctional PEG: 

W-PEG-X ► HOPEG-X Y-PEG-X f . : 

A preferred removable group is the benzyloxy group 
(C^Cr^rO-), although other arylmethyl groups including, but not limited to, 4- 
-methylbenzyl, 3-methylbenzyl, 4-chlorobenzyl, 4-methoxybenzyl, 
diphenylmethyl, triphenylmethyl, or 1 -naphthylmethyl, may be used. 
Diarylmethyl and triarylmethyl groups will also suffice. Benzyloxy-PEG-OH 
(BzO-PEG-OH), for example, may be prepared in high purity by polymerization of 
ethylene oxide onto the benzyloxide ion, BzO\ By conducting the reaction under 
carefully controlled, anhydrous conditions, the heterobifunctional derivative 
product can be prepared with a minimum amount of HO-PEG-OH. An advantage 
of benzyl and other arylmethyl groups is that they may be removed from the PEG 
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W-PEG-OH 
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under relatively mild conditions by catalytic hydrogenoiysis or by acid-catalyzed 
hydrolysis. 

BzO-PEG-X + H 2 (cat) C 6 H 5 -CHj + HO-PEG-X 

BzO-PEG-X + H 2 0(H*)- : ►C 6 H J CH 2 0H + HO-PEG-X 

In the reactions above, cat is a catalyst such as palladium on charcoal. 

In one embodiment of the invention, the method is used in 
conjugating PEG or related polymers to macromolecules such as proteins, lipids, 
polysaccharides, or other polymers or surfaces. First, the hydroxyl group of the 
intermediate polymer BzO-PEG-OH is converted to a first reactive functional 
group. This reactive functional group allows the attachment of the BzO-PEG- to a 
macromolecule. The benzyl group is then removed by hydrogenoiysis or 
hydrolysis, without chemically affecting the macromolecule, thus making available 
a new terminal hydroxyl group on the PEG derivative. This new hydroxyl group 
may be used directly to attach that terminus of the PEG derivative to the same or 
another macromolecule. Alternatively, the hydroxyl group may be further 
converted to a second reactive functional group, which is then used to link the PEG 
derivative to a macromolecule. If the second reactive functional group is linked to 
another polymer, a cross-linked polymer useful as a hydrogel may be generated. 

The reaction scheme may be illustrated in a geg&a) form as follows: \ 

". ■ • ■ ■. # t/ . ■ • * . :„ - ■ . 

(1) BzO-PEG-OH '— — — -BzO-PEG-X (X=reactive functional group) 

(2) BzO-PEG-X — ► BzO-PEG-M , ' • • • ' ■ \ ■ (M,= a macromolecule, e.g.; surface, 

• ' : : • • . - ' . drug» protein, or polymer.) • 

(3) BzO-PEG-Mi + H 2 (Pd/cj ► BzH + HO-PEG-M, 

or • . ■ ' • 

BzO-PEG-M, + H 2 0/H' '■ BzOH + HO-PEG-M, 

(4) HO-PEG-M, : — ^ ► M 2 -PEG-M, (M 2 = a macromolecu^ e.g., surface. 

drug, protein, or polymer, or a 
different site on M|.) 



If desired, the order of the reaction sequence can be manipulated to 
avoid destruction of a chemical group sensitive to hydrogenation or hydrolysis: 
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(1) Bz-PEG-OH- 

(2) BzO-PEG-X - 



(3) BzO-PEG-M 2 +H 2 (Pd/C)- 



OR 



BzO-PEG-M 2 + H 2 0/H+- 
(4) HO-PEG-M 2 



-> BzO-PEG-X 
- BzO-PEG-M 2 



(M 2 =drug, surface, polymer, or other 
group not sensitive to hydrogenation 
or hydrolysis.) 



BzH (or BzOH) + HO-PEG-M 2 



BzH (or BzOH) + HO-PEG-M 2 



M,-PEG-M 2 



(M|=drug, surface, polymer, or other 
group sensitive to hydrogenation or 
hydrolysis.) 



In another embodiment of the invention, a method of inhibiting the 
reactivity of HO-PEG-OH in a mixture of W-O-PEG-OH and HO-PEG-OH is 
disclosed. In this approach, alkylation of W-O-PEG-OH containing HO-PEG-OH 
produces a mixture of W-O-PEG-OR and RO-PEG-OR, where R is an alkyl group. 



BzO-PEO-OH + HO-PEG-OH + R-X - 



BzO-PEG-OR + RO-PEG-OR + HX 



X is a leaving group such as mesylate or tosylate. 

Catalytic hydrogenation converts the BzO-PEG-OR to RO-PEG-OH. 



RO-PEG-OH + RO-PEG-OR + BzH 



' BzO-PEG-OR + RO-PEG-OR * H 2 (Pd/C) — 
Thus, a mixture 6f RO-PEG-OH and RO-PEG-OR is produced. 

Unlike HO-PEG-OH, RO-PEG-OR is inert and nonreactive. Thus, the mixture is 
equivalent to a pure product of RO-PEG-OH in most chemical reactions. 

The foregoing and other objects, advantages, and features of the 
invention, and the manner in which the same are accomplished, will be more 
readily apparent upon consideration of the following detailed description of the 
invention. 



DETAILED DESCRIPTION OF THE INVENTION 
This invention provides a method for preparing, in high purity and 
high yield, heterobifunctional derivatives of polyethylene glycol) or related 
polymers. A chromatographic purification step is not necessary in the method. In 
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accordance with the method of the invention, an intermediate polymer having a 
formula of W-Poly-OH is provided bearing a removable group W at one terminus. 
The intermediate polyVrier W-P61y-OH is first altered by modifying the OH group 
to a first functional group X, followed by the removal of W to generate a second 
hydroxy 1 group. The latter hydroxyl group may then be further converted to a 
second functional group Y, thus providing the desired heterobifunctional 
"derivative: 

W-Poly-OH * W-Poly-X ► HO-Poly-X * Y-Poty-X 

In the discussion below, Poly will often be referred to for 
convenience as PEG or as poly(ethylene glycol). However, it should be 
understood that other related polymers are also suitable for use in the practice of 
the invention and that the use of the term PEG or polyethylene glycol) is intended 
to be inclusive and not exclusive in this respect. 

Polyethylene glycol) or PEG is useful in biological applications 
because it has properties that are. highly desirable and js generally approved for 
biological or biotechnical applications. PEG typically is clear, colorless, odorless, 
soluble in water, stable to heat, inert to many chemical agents, does not hydrolyze 
. ^ . or deteriorate, and is nontoxic. Poly(ethylene glycols considered to be * 
- /^"-fs vi--.- Kpc^ftipalible, which r is; tp^ay^hat^ liying. ... 

tissues or organisms without causing harm. More specifically, PEG is not 
immunogenic, which is to say that PEG does not tend to produce an immune 
_ ■ response in the body. When attached to a moiety having some desirable function . 
in the body, the PEG tends to mask the moiety and can reduce or eliminate any 
immune response so that an organism can tolerate the presence of the moiety^ 
Accordingly, the heterobifunctional derivative of the. invention should be 
substantially non-toxic and should not tend substantially to produce an immune 
response or cause clotting or other undesirable effects. 

PEG having the formula -CH 2 CH 2 -(CH 2 CH 2 0) n -CH 2 CH 2 -, where n 
is from about 8 to about 4000, is one useful polymer in the practice of the 
invention. Other difunctional, water soluble, nonpeptidic polymers than PEG are 
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also suitable for the present invention. These other polymers include polyvinyl 
alcohol) ("PVA"); other poly(alkylene oxides) such as polypropylene glycol) 
("PPG") and the like; and poly(oxyethylated polyols) such as poly(oxyethylated 
glycerol), poly(oxyethylated sorbitol), and poly(oxyethylated glucose), and the ■ 
like. The polymers can be homopolymers or random or block copolymers and 
terpolymers based on the monomers of the above polymers, straight chain or 
branched. 

Specific examples of suitable additional polymers include 
poly(oxazoline), difunctional poly(acryloylmorpholine) ("PAcM"), and 
poly(vinylpyrrolidone)("PVP"). PVP and poly(oxazoline) are well known 
polymers in the art and their preparation should be readily apparent to the skilled 
artisan. PAcM and its synthesis and use are described in U.S. Patent Nos. 
5,629,384 and 5,631,322, the contents of which are incorporated herein by 
reference in their entirety. 

The terms "group," "functional group," "moiety," "active moiety," 
and "reactive site," are all somewhat synonymous in the chemical arts and are used 
in the art and herein to refer to distinct, definable portions or units of a molecule ' 
and to units that perform some function or activity and are reactive with other 
.molecules or portions of molecules. 

^ ^ The term "linkage" is used to refer to group J s'that normally are 

'-. . . : formeid as the TesuU 

It should be understood that by "drug" is meant any substance 
intended for the diagnosis, cure, mitigation, treatment, or prevention of disease in 
humans and other animals, or to otherwise enhance physical or mental well being. 

The term "macromolecule" is used to mean large molecules 
including, but not limited to, lipid, polysaccharide, proteins, nucleotide sequences, 
drugs, polymers, etc. It is often desirable to conjugate the above described 
polymers to such macromolecules. 

In accordance with the invention, the removable group W can be 
removed from the polymer W-Poly-X by mild chemical reactions. Such chemical 
reactions can be performed in conditions under which; other moieties of the 
polymer W-Poly-X, particularly the first functional group X, are not undesirably 
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modified. Preferably W has a formula of Ar-C(R,)(R2)-0- where Ar represents a 
moiety selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
heterocyclic aryls, where R, and R 2 are H, alkyl, or Ar which is defined above. 
Thus, exemplary examples of the removable group W include, but are not limited 
to, benzyloxy group (C 6 H 5 CH r O-), and other arylmethyloxy groups including, but 
not limited to, 4-methylbenzyloxy, 3-methylbenzyloxy, 4-chlorbbenzyloxy, 
4-methoxybenzyloxy, diphenylmethyloxy, triphenylmethyloxy, iand 
1-naphthylmethyloxy. The arylmethyloxy groups can be removed from the 
polymer under relatively mild conditions by catalytic hydrogenolysis or acid- 
catalyzed hydrolysis. 

In accordance with the invention, the intermediate polymer of W- 
Poly-OH is preferably synthesized, e.g., by polymerization of monomers of the 
suitable polymers onto the arylmethyloxide ion. For example, Benzyloxy-PEG- 
OH (BzO-PEG-OH) may be prepared in high purity and high yield by 
polymerization of ethylene oxide onto the benzyloxide ion Bz(X Preferably, the 
polymerization reaction is conducted under anhydrous conditions. In accordance 

. with this aspect of the invention, production of HO-PEG-OH is minimized. 

. : Extensive gradient chromatography purification is not required, and the yield of 
' : BzO-PEG-OH is high. This is in contrast with the prior art method of benzylation 
, q£ PEG followed ^ 

inevitably leads to high cost and low yield rendering the method of little value for 
commercial production. "■. ■ . 

In accordance with the invention, the final product of the , 
heterobifunctional derivative of poly(ethylene glycol) or related polymers have a 
formula of Y-Poly^X. The first functional group X and the second functional 
group Y are reactive moieties, that are capable of reacting with other molecules to 
which the PEG derivatives are desired to be conjugated to, e.g., macromolecules 
including, but not limited to, proteins, lipids, polysaccharides, and other polymers. 
Examples of the first functional group X include, but are not limited to, mesylate; 
tosylate; tresylate; -O-fCH^-CO^ where n = 1 -6; -0 : (CH 2 ) n -C0 2 R 3 where n = 
1-6 and R 3 is an alkyl group; -NHR 4 where R, is H or alkyl or an amine protecting 
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group such as t-Boc and Fmoc; -0-(CH2) n -CH(ZR 5 )2 where n is a number of 1-6, Z 
is 0 or S, R 5 is H or an alkyl group; Ar-CH=CH-CH=CH-CO r where Ar 
represents a moiety selected from the group consisting of phenyl, substituted 
phenyl, biphenyl, substituted biphenyl, polycyclic aryls, substituted polycyclic 
aryls, and heterocyclic aryls; -0-(CH 2 ) n -CHO; and -0 2 CCH 2 CH 2 C0 2 R 6 , where R 6 
is H or NHS which represents N-succinimidyl. 

Examples of the second functional group Y include, but are not 
limited to, hydroxyl group; mesylate; tosylate; tresylate; -0-(CH 2 ) n -C0 2 H where n 
= 1-6; -0-(CH 2 ) n -C0 2 R 3 where n = 1-6 and R 3 is an alkyl group; -NHR 4 where R4 
is H or alkyl or an amine protecting group such as t-Boc and Fmoc; 
-0-(CH 2 ) n -CH(ZR 5 ) 2 where n is a number of 1 -6, Z is 0 or S, R 5 is H or an alkyl 
group; Ar-CH=CH-CH=CH-C0 2 - where Ar represents a moiety selected from the 
group consisting of phenyl, substituted phenyl, biphenyl, substituted biphenyl, 
polycyclic aryls, substituted polycyclic aryls, and heterocyclic aryls; -0-(CH 2 ) n - 
CHO; -O^CHjCH^OjR*, where R 6 is H or NHS which represents N- 
succinimidyl; and CH 2 =CH-CO r . In a polyethylene glycol) derivative of the 
formula Y-Poly-X, the first functional group X and the second functional group Y 
are preferably different from each other, thus ensuring the polymer to be 
heterobifunctionad. 

Preferably, when X is Ar-CH=€ti-CH=CH-C0 2 - where Ar is as 
defined above v Y is -Q-(CH 2 ) n -£HO or -b-(GH 2 ) n rCH(ZR5) 2 where n is a number j 
of 1 -6, Z is 0 or S, and R 5 is H or an alkyl group. When X is -0-(CH 2 ) n -CH(ZR 5 ) 2 
where n is a number of 1 -6, Z is O or S, and R 5 is H or an alkyl group, Y is 
preferably -0 2 CCH 2 CH 2 C0 2 R 6 where R* is H or NHS. When X is 
-0-CH 2 -C0 2 CH(CH 3 )CH 2 CONHS > the second functional group Y is preferably 
CH 2 =CH-CO r . 

Although the reaction scheme of method of the present invention is 
demonstrated above in the equations: 

W-Poty-OH •> W-Po!y-X HO-Po!y-X ► Y-Poly-X> 

it should be understood that there can be more than one chemical reaction steps 
between any of two products in the equations. For example, several sequential 
reaction steps may take place to convert the terminal hydroxyl group of W-Poly- 
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OH to the first functional group X. Likewise, several reaction steps may be 
performed to modify the new hydroxyl group of HO-PoIy-X to produce the second 
functional group Y. 

Further, in one embodiment of the invention, before the step of 
removing the removable group W, the polymer W-Poly-X can be linked to a 
macromolecule or surface through a linkage formed between the first reactive 
functional group X and a suitable moiety on the surface of the macromolecule, thus 
conjugating the W-Poly- portion of the polymer to the macromolecule: W-Poly-M| 
where M, is a macromolecule such as protein, peptide, lipid, drug, polysaccharide, 
or other polymers, or surface of a substance, e.g., microorganism. The removable 
group W in the conjugate W-Poly-M, is thereafter removed by mild chemical 
reactions such as, e.g., catalytic hydrogenolysis or by acid-catalyzed hydrolysis. 
The resultant -OH can be reacted directly to, e.g., another macromolecule M 2 such 
as protein, peptide, lipid, drug, polysaccharide, or other polymers, or surface of a 
substance, e.g., microorganism to form M 2 -PoIy-M|. If conjugation to another 
macromolecule is not desired, the -OH group can be optionally converted to an 
inert non-reactive group, e.g., capped by alkylation. Alternatively, the resultant - 
OH group can be converted to a reactive functional group Y as described above: 
. Y-Poly-M,. The functional group Y can then be reacted with M ? to form M 2 -Poly- 

i m,. ; • . . ' ' / ' . ; • T 

( ) ) W-Poly-OH : * W-Poly-X (X=reactive functional group) 

... -y- \ (2H-W-Poly-X • : W-Poly-M, ■ ' ' M;^ a macromojecule, e!g.; surface, 

driig,prtrtein, or polymer)- 

: ; . (3);W : Poly-M,+H 2 (Pd/C)- — -r- ► WH + HO-Poly-M i .;, 

OR . ' [ ' . .' ' ' ' \ ' ; : \ 
W-Poly-M, + H 2 0/H*— > WOH + HO-Poly-M, 

<4) HO-Po|y-M, '■ -*Y r Poly-M, . 



(5) Y-Poly-M, + M 2 



M r Poly-M, 



(M 2 = a macromolecule, e.g., surface, 
drug, protein, or polymer, or a 
different site on M,.) 
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Hydrogels can be produced in this method through crosslinking of 
multiple different macromolecules by the PEG related polymer Poly. However, it 
should be understood that, in accordance with this invention, the two functional 
group X.and Y can also be linked to the same macromolecule, wherein the 
conjugating of PEG related polymers on the. macromolecule may form a polymer 
shell on the macromolecule. 

In another embodiment of the invention, the heterobifunctional 
derivative of PEG or related polymer Y-Poly-X made as described above can be 
reacted with macromolecules or other substances through the functional groups X 
and Y and the reactive moieties on the macromolecules or other substances. For 
example, X and Y can be selected such that two different types of macromolecule 
or other substance can be linked to X and Y respectively. It is also possible to 
select X and Y such that they react with the same types of macromolecules. 

In accordance with another aspect of the invention, 
I heterobifunctional derivatives of poly(ethylene glycol) or related polymers are 
provided. Such polymers are represented by a formula-of Y-Poly-X, where Poly 
represents poly(ethylene glycol) or related polymers as defined above. X and Y 
are reactive functional groups selected from the group consisting of mesylate, 
tosylate, tresylate, -0-(CH 2 ) n -C0 2 H where n = 1 -6, 

-6-(CH 2 ) n -C0 2 R 3 where n = i-6 and R 3 is an alkyl group, 1 

-NHR4 where R4 is H or alkyl or an amine protecting group such as t-Boc and 
Fmoc, -CHCH 2 ) n -CH(ZR 5 ) 2 where h is a number of 1 -6, and Z is 0 or S, R 5 is H or 
an alkyl group, Ar-CH=CH-CH=CH-CO r , where Ar represents a moiety selected 
from the group consisting of phenyl, substituted phenyl, biphenyl, substituted 
biphenyl, polycyclic aryls, substituted polycyclic aryls, and heterocyclic aryls, -O- 
(CH 2 ) n -CHO, and -O^CH^H^O^, where R^ is H or NHS, n is 1 -6. 
Preferably X is different from Y. 

In some embodiments, when X is Ar-CH=CH-CH=CH-CO r where 
Ar is as defined above, Y is -0-(CH 2 ) n -CHO or -O^CH^-CHCZRs^ where n is a 
number of 1-6, Z is 0 or S, and R 5 is H or an alkyl group; when X is 
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-0-(CH 2 )n-CH(ZR 5 )2 where n is a number of 1 -6, Z is 0 or S, and R 5 is H or an 
; alkyl group, Y is prererabiy.-0 2 CCH 2 CH 2 C0 2 R 6 where R 6 is H or NHS* when X is 
" -0-CH r C0 2 CH(CH 3 )CH 2 C6NHS, the second functional group Y is preferably 
CH 2 =CH-C0 2 -. . 

In yet another aspect of the invention, a method is provided for 
preparing a heterobifunctional derivative of polyethylene glycol) or related 
' : ; polyiners having a formula of X-Poly a -0-CHR 5 (CH 2 ) n C0 2 -Poiy b -X, where Poly a ^ 
and Poly b represent the same types of polymers repesented by Poly as described 
above, n is 0-6, and R 5 is H or alkyl, X is a reactive functional group. 
Substantially pure form of the heterobifunctional derivatives can be produced in 
high purity and high yield without having to resort to a chromatography 
purification step. 

In the method, a first polymer having a formula of 
Ar-C(R|)(R 2 )0-PoIy b -U and a second polymer of Ar-C(R,)(R 2 )0-Poly a - 
CHR 5 (CH 2 ) n CO-V are provided where R, and R 2 are H, alkyl, or Ar where Ar is as 
defined above and is selected from the group consisting of phenyl, substituted 
; phenyl, biphenyl, substituted biphenyl, polycyclic aryls, substituted polycyclic 
aryls, and heterocylicaryls, and where U and V are moieties so selected that the ^ 
. first polymer can react with the second polymer to form a polymer of . i 

above, the first polymer and the second polymer can be made by forming. , v 

separately Poly b arid Poly a directly onto an arylmethyloxide ion Ar-C(R J )(R 2 )0" to 
produce Ar-C(^ . 
subsequently modifying the terminal hydroxyl group to moieties U and V . 
respectively, such that the two polymer can be linked in, e.g., an ester linkage. The 
linked polymer can then be modified by removing the Ar-C(R])(R 2 )0- moieties by 
. catalytic hydrogenolysis or by acide-catalyzed hydrolysis. The resultant -OH 
groups can optionally be converted into other reactive functional groups. 
Examples of the reactive functional group X include, but are not limited to, -OH; 
CH 2 =CR 5 C0 2 - where R 5 is H or alkyl; -O-CCH^-CHCZR^ where R is H or alkyl, 
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Z is 0 or S and n is 1 -6; NHS-0 2 CO- where NHS represents N-succinimidyl. In a 
preferred embodiment, U is -OH and V is a halogen. group such as -CI. 

In yet another, aspect of th£ invention, a method is provided for 
: preparing a Afunctional derivative of poly(ethylene glycol) or related polymers 
having a formula . of R 8 0-Poly a -0-CHR 5 (CH 2 ) n C0 2 -Poly b -Y, where Poly a , Poly b , n, 
R 5 are as defined above, and R 8 is H or an alkyl group. Y is a reactive functional 
group. The method is free of a chromatography step. In the method, a first 
polymer of Ar-C(R,)(R2)0-Poly b -U, is provided as described above. A second 
polymer of R 8 0-Poly a -CHR 5 (CH2) n CO-V, is also provided where R 8 is H or alkyl, 
or At where Ar is defined as above. The moieties U and V can be reacted with 
each other to form, e.g., an ester linkage such that the first polymer can be linked 
with the second polymer to form the polymer of 

RgO-Poly a -0-CHR 5 (CH 2 ) n C0 2 -Poly b -OC(R,)(R 2 )-Ar. The Ar-C^XRJO- moiety 
can then be converted into a desirable functional group. Preferably, U is -OH, and 
V is a halogen group such as -CI. Y can be a functional group such as -OH; 
CH 2 =CR 5 C0 2 - where R 5 is H or alkyl; and -0-(CH 2 ) n -CH(ZR) 2 where R is H or 
alkyl, Z is O or S and n is 1 -6; and -O-CCH^-COjH where n is 1 -6. 

. In accordance with yet another aspect of the invention, a method is. 

\ provided for making a polymer of RgO-Poly-OH without contaminating the 
' . '\ ^'polymer withthe reactivity of HO-Poly-OH; Poly is as defined above, and R$ is an 
and alkyl or aryl group. As disclosed in the prior art, removing HO-PoIy-OH such 
as HO-PEG-OH from a preparation of PEG derivatives normally requires 
extensive and laborious purification steps using, e.g., chromatography. The 
method of the present invention obviates this requirement In the method, 
Ar-CR,R 2 0-Poiy-OH is first synthesized by forming the polymer Poly onto the 
arylmethyloxide ion Ar-CR^O - . The Ar-CR,R 2 0-Poly-OH is then alkylated to 
convert the polymers to Ar-CR^-O-PEG-OR*,. Any impurity of HO-Poly-OH is 
converted to I^O-PEG-OR^ upon alkyiation. The next step is to convert the 
Ar-CR,R 2 -0- moiety into -OH by acid-catalyzed hydrolysis or hydrogenolysis and 
forming a new mixture of RpO-PEG-OH and RxjO-PEG-OR*,. Since R<,0-PEG-OR9 
is inert in most chemical reactions, the mixture is chemically equivalent to pure 
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R 9 0-PEG-OH. Optionally, the R 9 0 : PEG-OH can be further converted to R9O- 
. PEG-CHO. 

The following examples are given to illustrate the invention, but 
should not be considered in limitation of the invention. 

Example L ; Synthesis of HO«PEG-NH 3 + CI; , / 

Example 2. Synthesis of HO-PEG -OCH 2 C0 2 H 

Example 3. Synthesis of CrH 3 N + -PEG-0-CH 2 C0 2 H 

Example 4. Synthesis of Cra 3 N + -PEG-0-CH 2 CH 2 C0 2 H 

Examples. Synthesis of 

C 6 H 5 -CH=CH-CH=CH-C0 2 PEG-OCH 2 CH(OC 2 H 5 ) 2 

' Example 6. Synthesis of NHS-0 2 CO-PEG-OCH 2 CO 2 -PEG-O-CO 2 NHS 
(NHS=N-succinimidyl) 

Example 7. Synthesis of CH 2 =CH-CO r PEG-OCH 2 CO 2 -PEG-0 2 C-CH=CH 2 

Example 8. Synthesis of CH 3 0-PEG-O-CH 2 CH 2 CO 2 -PEG-OH 

Example 9. Synthesis of ; .. 

, ^ : 7. :': >:v -^ -V* : 

Example 10. Synthesis of . * ' * 

:: ■ ' CH 2 =CH^ 

. .Exarpple l lv , Application of alkylation to prepare GH 3 0-PEG-OH having no 

; HO-PjEG-OH from ^mixture of BzO-PEG-OH and 

: ■ ■ . HOPEG-OH 
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EXAMPLE 1 
PREPARATION OF HO-PEG-NH3 + Cl 

REACTIONS: 

BzO-PEG-OH + MsCI + (CH 3 CH 2 ) 5 N BzO-PEG-OMs + (CHjCH^NIT CI' 

BzO-PEG-OMs + 2NH 3 BzO-PEG-NH 2 + NH/OMs* 

BzO-PEG-NH 2 + H 2 0 + HCJ ► HO-PEG-NH,* CI" + BzOH 



a) Preparation of BzO-PEG-OMs: BzO-PEG-OH (MW=3400, 
34 g, 10 mmole) in 150 ml of toluene was azeotropically distilled for 2 hours under 
nitrogen and the solution was cooled to room temperature. To the solution was 
added 40 ml of dry methylene chloride and 2. 1 ml of dry triethylamine (15 
mmole). The solution was cooled in an ice bath and 1 .2 ml of dry mesyl chloride 
(15 mmole) was added dropwise. The solution was stirred at room temperature 
under nitrogen overnight and the reaction was quenched by adding 2 ml absolute 
ethanol. The mixture was evaporated under vacuum to remove solvents, primarily 
those other than toluene, filtered, concentrated again under vacuum, and then 
precipitated into 100 ml of ethyl ether. The product was collected by filtration and 
dried in vacuo . Yield 34 g ( 1 00%). 'H nmr (DMSO-d 6 ): 5 3.5 (br m, PEG), 4.3.1 
,(t, OCH^pf^M^ajs, G 6 H^CH 2 nOP|GrX 7.33 (s+complex mult, ... t • . , 

: C<£ 5 -CH r OPEG-). , : .; 1 ; * 

b) Preparation of BzO-PEG-NH 2 : Bzp-PEG-OMs (25 g, 7.35 
mmole) was dissolved in 500 ml of aqueous ammonia solution containing 5 g of 
ammonium chloride and the solution was stirred at room temperature for72 hours. 
The solution was then extracted three times with methylene chloride. The organic 
phase was dried over sodium sulfate, filtered, condensed under vacuum, and the 

. product precipitated with 100 ml of ethyl ether. The product was collected by 
filtration and dried in va ^ uo . Yield 23 g (92%). I H nmr.(DMSO-d 6 ): 5 3.5 (br m, 
PEG), 2.9 (t, -CH 2 NH 2 ), 4.49 (s, C 6 H 5 -CH 2 -OPEG-), 7.33 (s+complex mult., 
C^ 5 -CH 2 -OPEG-). 

c) Preparation of HO-PEG-NH3 -CI': A solution of 
BzO-PEG-NH 2 (46 g, 1 4 mmoles) in 200 ml of concentrated HC1 (12 M) was 
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stirred at room temperature for 44 h. It was then diluted to 1200 ml with water and 
NaCl was added to make a 1 5% solution. The aqueous solution was extracted 
. three times with methylene chloride and. the. combined extracts were dried over 
v! sodium sulfate. The methylene chloride was concentrated under vacuum and the 
• product precipitated by the addition of ether. The product was.collected by 

. filtration and dried under.vacuum at room temperature. Yield: 42 -g (95%). 'H nmr 
; (DMSO-d 6 ): 5 2.96 (t, CH r N), 3.5 (br m, PEG),4:6 (br, OH), 7.9 (br, flHj*):. 

EXAMPLE 2 
PREPARATION OF HO-PEG-OCH2CO2H 

REACTIONS: 

BzO-PEG-OH + (CH 3 ) 3 0"K* >■ BzO-PEG-0"K + + (CH 3 ),OH 

BzO-PEG-OK* + Br-CHjC0 2 C(CH 3 ) — 
>- BzO-PEG-O- CHjCOjQCH^ + KBr 

BzO-PEG-O- CH 2 C0 2 C(CH 3 ) 3 +H 2 0(H + ) *- 

— — >- HO-PEG-O- CH 2 C0 2 H + BzOH + (CH 3 ) 3 0H 

a) ^ Preparation of . BzO-PEG-OeHjCOi^CHjJj: 

f,. ^BzO^BGrOU ^ inrno^) wa$ a^eotf^pic^ll^drjdd with 250 / 

ml toluene under N 2 . Affer two hours, the solution was cooled to r6om 
-k temperature. Potassium tert-butoxide (2:8 g* 23.5 mmole) dissolved in 90 ml 
p tert^iftanbl and 9^tor tbllien0Avas added to the abc>ve PEG solution. The mixture 
-was istirred for two hours at room temperature^ Tert-butyl bromoacetate (4 ml, 2(5.3 
x . : . jrample) was added^antiLtJie solution was stirred Under N 2 at room temperature 
overnight. The solution was filtered/ condensed under vacuum, and precipitated 
into 300 ml of ether. The product was collected by filtration and dried under 
vacuum, 'H nmr (DMSO-d 6 ): 5 1,5 (s, t>Bu), 3;51 (m, PEG), 3.98 (s, -OCH 2 C0 2 -), 
4.49 (s, C6H 5 CH 2 0-), 7.33 (s + comp. mult., C 6 H 5 CH 2 0-). 

b) Preparation of HO-PEG -OCH 2 C0 2 H: 
BzO-PEG-6CH 2 C0 2 C(CH3) 3 (10 g) was dissolved in 100 ml of hydrochloric acid 
(37%), and the solution was stirred at room temperature for 48 hours. The solution 



WO 01/26692 PCIYUS99/23536 

' ' '.. -19- 

was diluted with one liter of distilled water and the pH was adjusted to 2 with iN 
sodium hydroxide solution. The solution was then extracted three times with 
methylene chloride. The organic phase was dried over anhydrous sodium sulfate, 
filtered to remove salt, condensed under vacuum, and precipitated into ether. The 
product was collected by filtration and dried 

under vacuum.. Yield 8.5 g (85%). J H nmr (DMSO-d 6 ): 5 3.51 (br m, PEG), 4.01 
(s, -PEGOCH 2 COOH). 

EXAMPLE 3 
PREPARATION OF CI H*N+- PEG-O -CH2CO2H 
HO-PEG-OCH 2 C0 2 H + CH ? OH (H + ) >- HO-PEG-0-CH 2 C0 2 CH 3 + H 2 0 

HO-PEG-0-CH 2 C0 2 CH 3 + MsCl + (CHjCH^N ► 

>• MsO-PEG-0-CH 2 C0 2 CH 3 + (CH 3 CH 2 ) 3 NH + CI" 

MsO-PEG-0-CH 2 C0 2 CH 3 + NH 4 + OH* ► 

7+ H 2 N-PEG-0-CH 2 C0 2 'NH 4 + + CH 3 OH 

HjN-PEG-O-CH.CO^NH/ + HC1 Cf H 3 N + -PEG-O-CH 2 C0 2 H 

a) Preparation of HO-PEG 3 4 0 o-OCH 2 C0 2 CH 3 
HO-PEG-OCH 2 C0 2 H (15 g) prepared as in Example 2 was dissolved in 75 ml of 
methanol and 3" ml of concentrated H 2 S0 4 was added to the resulting solution. The 
so ltiti^ was sfiiTed atro^ 

NaHCOj was carefully added. Sodium chloride (25 g) was then added and the pH 
of the resulting solution was adjusted to 7.0 with 5% Na 2 HP0 4 . The solution was 
extracted with methylene chloride and the combined organic phases were dried 
Over Na 2 S(>4. The methylene chloride solution was then evaporated to 20 ml and 
: the product precipitated with 300 ml of cold ethyl ether: The product was collected 
by filtration and dried under vacuum at room temperature to obtain 13.5 g of 
product which was shown to be 1 00% pure by GPC. 

b) Preparation of MsO-PEG-OCH 2 C0 2 CH 3 : 
HO-PEG 340 o-OCH 2 C0 2 CH 3 (1 3.5 g) was dissolved in 400 ml of CHC1 3 and about 
200 ml of solvent was distilled. The residual solution was cooled to room 
temperature and triethylamine (0.72 mi) was added, followed by 0.38 ml of MsCl. 
The reaction mixture was stirred overnight under N 2 at room temperature, 2 ml of 
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ethanol was added, and the resulting mixture was stirred 15 minutes. After 
evaporating the solvent under vacuum (55 °C bath), 300 ml of cold ethyl ether was 
added and the resulting precipitate was collected by filtration and dried under 
vacuum at room temperature. The yield was. 14 g and the *H nmr spectrum 
■ -- ■ indicated 100%iriesylatiori; 

" * . c) Preparation of H2N-PEG 3400 -CO 2 ; NH 4 + : MsO 

; v , rQCy 2 CO 2 CH3(13g)wasdissolved in70mlofH 2 OandthepH . 
12. After stirring for 1.5 h while maintaining the pH at 12, 250 of NH 4 0H solution 
containing 5% NH 4 C1 was added. The reaction mixture was then stirred for about • 
40 h NaCl was added to bring its concentration to about 8%. The resulting 
solution was extracted with CH 2 C1 2 and dried over Na 2 S0 4 . The CH 2 C1 2 phase 
was evaporated to about 20 ml and precipitated with about 300 ml of cold ethyl 
ether. The precipitated product was collected by filtration and dried under vacuum 
at room temperature. The yield was 12.5 g. The purity was 97% by 'H nmr and 
95% pure by GPC. 

d) Preparation of Cl'H 3 N + -PEG 34 oo-0-CH 2 C0 2 H: 
H 2 N-PEG-C0 2 - NH 4 + ( g ) was dissolved on H 2 0 (50 ml) containing 1 5% NaCl. 
The pH was adjusted to 3.0 with 1 N HC1 and the resulting solution was extracted 
with CH 2 C1 2 . The CH 2 C1 2 extract was dried over Na 2 SQ 4 , evaporated to about 20 v ; 
1 * m] and the product precipitated with about 300 ml of ethyl ether and dried under J 

..; :■ ';^rv.- -f • ••••• . / -.*'•■■ ■ ■■ ■;"-x > >v- - rf .v^- M- : ■ • - - ■ •' 

$V '."*" ..: - : ,vaeuum at;f&om tenipefature. The piuity y wjas 95%.by ^-^tm-,m . .... ~ ■*: 
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EXAMPLE 4 

PREPARATION OF CI H3N + - PEG-O -CH2CH2CO2H 
BzO-PEQ-OH + CH 2 =CH-CN ~ ^ BzO-PEG-Q-CHjCH.CN 

Bz0-PEG-O-CH 2 CH 2 CN + H 2 0/H + HO-PEG-0-CH 2 CH 2 CONH 2 

HO-PEG-0-CH 2 CH 2 CONH 2 + KOH/H 2 0 ► HO-PEG-O-C^CHjCO^ 

HOPEG-0-CH 2 CH 2 C0 2 H i CH 3 OH/H* ^ HO-PEG-0-CH 2 CH 2 C0 2 CH 3 

HO-PEG-0-CH 2 CH 2 C0 2 CH 3 +MsCl + (CH 3 CH 2 ) 3 N >- 

>- MsO-PEG-0-CH 2 CH 2 C0 2 CH 3 + (CH 3 CH 2 ) 3 NH*C1 

MsOPEG-O-CHjCHjCOjC^ + NaOH/H 2 0 ► 

► MsO-PEG-0-CH 2 CH 2 C0 2 "Na + 

MsO-PEG-O-CH 2 CH 2 C0 2 Na + NH 4 OH HjN-PEG-O-CHjCHjCOj' NH/ 

H 2 N-PEG-0-CH 2 CH 2 C0 2 'NH/+ HC1 >- C\ + H 3 N-PEG-0-CH 2 CH 2 C0 2 H 

a) Preparation of HO-PEG 3400 -O-CH 2 CH 2 CO 2 H 
BzO-PEG-OH (100 g) was dissolved in 100 ml of H 2 0, 5 ml of 40% aqueous 
KOH was added to the resulting solution and the mixture stirred for 1 h. The 
solution was then cooled to 0°C and 50 ml of acrylonitrile was added under argon. 
After stirring 3 h, 1 1 of 20% NaCl in H 2 0 was added and the pH adjusted to 7.0 
with 1 0% NaH 2 P0 4 . The solution was then extracted with CH 2 Cl^nd the extract 

. * . , dried over Na^O^ Ajter evaporating thp : solyent under vacuum^the residue was 

- dissolved iri SOO ml of concentrated HGt and birred at* room temperature for 60 h. 
The solution was then added to a solution of 240 g of NaOH in 1.2 1 of H 2 0, NaCl 
was added to make an 8% solution, and the pH was adjusted to 7.0. The solution 
was extracted- with CH 2 C1 2 and the extract was dried over Na 2 S0 4 and evaporated 
to dryness under vacuum. The residue was stirred 20 h in 1.5 1 of 8% KOH, then 

1 80 ml of concentrated HC1 and NaCl (8%) was added. The pH was adjusted to 

- 3.0 and the product extracted with methylene chloride. The extract was dried over 
Na 2 S0 4 , evaporated, and the product precipitated with ethyl ether. The product 
was collected by filtration and dried under vacuum to obtain 90 g containing 91 % 
of HO-PEG-0-CH 2 CH 2 C0 2 H by GPC. 

b) Preparation of Cr + H 3 N-PEG-0-CH 2 CH 2 C0 2 H: 
HO-PEG-0-CH 2 CH 2 C0 2 H was converted to CI' 
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+ H 3 N-PEG-0-CH 2 CH 2 Cb 2 H by the same procedure as described for conversion of .. 
" Hp-PEG-OCH 2 C0 2 H to 
. . * ■ . ClVH3N + -PEG34oo-Q-QH 2 C0 2 H in Example 3, .... 

■'. . EXAMPLE 5 

PREPARATION OF C6H5-eH=GH-CH=eH-G02P«G-OCH2CH(OC2Hs)2 

REACTIONS: . : "... >:.&."••' '• ' 

BzO-PEG-OH + ClCHjCHCOCjH^ + NaOH — — »*' BzO-PEG-OCH 3 CH(OC 2 H 5 ) 2 + 
NaCi 



BzO-PEG-OCH 2 CH(OC 2 H 5 ) J + H 2 (Pd,C) >> 

>- BzH+HO-PEG-OCHjCHCOCjH^j 

HO-PEG-OCHjCHCOC^H^j + C 6 H r CH=CH-CH=CH-COCl + (CH 3 CH 2 ) 3 N 
C 6 H 5 -CH=CH-CH=CH-CO r PEG-OCH J CH(OC 2 H J ) 2 + (CH,CH 2 ) 3 NH + Cr 



a) Preparation of BzO-PEG-0-CH 2 CH(OC 2 H 5 ) 2 : In a 
3-necked, 500 ml round-bottom flask were placed 300 ml of dioxane and 14 g of 
BzO-PEG-OH (MW=3400, 0.0040 moles). The resulting solution was then 
azeotropically dried by distillation under N 2 of 130 ml of solvent. After cooling 
the solution, finely powdered NaOH (0.8 g, 0.02 moles) and CICH 2 CH(OC 2 H 5 ) 2 (3 
ml,.Q.02 moles)^were added under~N 2 and the resulting suspension was rapidly 
■ stirjed^hile ,r^uxirjg;QV.er a 24 h; : p^iod. Jliirty rpl^ 
bydistilll^^ ' v " 



by aisiiuauon ana me rapiuiy surrea soiuuon was renuxcu unucr in 2 j 
; additional 24 h. The suspension was then cooled andJiltered with the addition of 
Celite* The filtrate jvas evaporated under Vacuum and £00 rrif of ethyl ether was 
added to the residual oil. The resulting precipitate was collected by filtration and 
driedunder vaguurnat ropm temperature to obtain % tan powder (13.6 g)^ The 
powder was dissolved in CH 2 G1 2 (35 ml) and reprecipitated by the addition of 500 
ml of cold ethyl ether. The precipitate was collected by filtration and dried under 
vacuum at room temperature to obtain 13.0 g of BzO-PEG-OCr^CfKOC^Hs^ as a 
white powder (purity 94-98% by ; 'H nmr). 'H nmr (DMSO*i 6 ): 5 1 .1 1 (t, 
OCH 2 CH 3 ); 3.5 1 (br m, 0-CH 2 CH 2 -0), 4.48 ( s, C^-C^O"); 4.55 (t, 
-CH(OC 2 H 5 ) 2 ), 7.32 ( s, Cfr r ) 

b) Preparation of HO-PEG-0 CH 2 CH(OC 2 H 5 ) 2 : 
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BzO-PEG-OCH 2 CH(OC 2 H 5 )2 : (l 3 g) was dissolved in 150 ml of 95% ethanol and 
• 6.5 g of 1 0% Pd on charcoal was added under N 2 . The suspension was shaken 70 
h under H 2 (40 psi) and the suspension filtered. The residual catalyst was washed 
with 2x25 ml"' of boiling chloroform and the washings combined with the ethanol 
filtrate and evapiorated under vacuum to obtain a clear, colorless oil. To the oil was 
added 400 ml of cold ethyl ether and the resulting precipitate collected by filtration 
to obtain, after vacuum drying at room temperature,. 1.1 .3 g of 
HO-PEG-OCH 2 CH(OC 2 H 5 ) 2 as a white powder (92% pure by ! H nmr). *H nmr 
(DMSO-d 6 ): 5 1.10, (t, OCH 2 CH 3 ), 3.51( br m, 0-CH 2 CH 2 -0), 4.55, (m, HO + 
-CH(OCH 2 CH 3 )2) 

c) Preparation of 
C 6 H 5 -CH=CH-CH=CH-C0 2 PEG-OCH 2 CH(0 C2 H 5 ) 2 : A solution of 
cinnamylideneacetic acid (1 .7 g, 0.01 moles) and thionyl chloride (3 mU 0.04 
moles) in 50ml of hexane were refluxed under N 2 for 4 h, then filtered to remove a 
small amount of dark solid and the filtrate evaporated under vacuum. The residue 
was dried under vacuum overnight at room temperature to obtain 1 .5 g of 
cinnamylideneacetyl chloride as a yellow solid, m.p. 5 1 -52°C.) 

A solution of HO-PEG-0 CH 2 CH(0C 2 H 5 ) 2 (3 .4 g, mmole) in 
toluene (50 ml) was azeotropically distilled under nitrogen for 2 h to remove traces 
> I of water, then cooled to room temperature. Triethyiamine was distilled from KOH . 
under nitrogen arid 0.28 ml (2 mmoles)Aof the fresh distillate was injected under , . 
nitrogen into the solution of HO-PEG-0 CH 2 CH(OC 2 H 5 ) 2 in toluene. To the 
resulting solution was added cinnamylidene acetyl chloride 
' (C 6 H5CH=CH-CH-CHC0C1) dropwise under nitrogen at room temperature with 
rapid stirring. Stirring was allowed to continue for three days under the same 
. conditions and the white precipitate was removed by filtration. The filtrate was 
evaporated to 20 ml under vacuum and 300 ml of cold ether was added. The pale 
yellow precipitate was collected by filtration and dried under vacuum to obtain 3.4 
g of pale yellow powder. The powder was dissolved in methylene chloride, and 
extracted once with 50 ml of aqueous saturated sodium chloride and once with 
water. The organic phase was dried over sodium sulfate, evaporated to 25 ml, and 
300 ml of cold ether was added with swirling. The resulting precipitate was 
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collected by filtration and dried under vacuum at room temperature to obtain 3.05 



.■ ; -CH(6C 2 \ify 6A l (d;=CH, 7.57-7.12 (<x)nip .^iilt, C 6 tf 5 - "+ *CH) Purity by 



PREPARATION OF NHS-O2CO-PEG-OCH2CO2-PEG-O-CO2NHS 



REACTIONS: 



BzO-PEG-0-CH 2 C0 2 C(CH 3 ) 3 + NaOH >* BzO-PEG-0-CH 2 C0 2 Na + 

(CH 3 ) 3 OH 

BzO-PEG-O- CH.COjNa + HC1 BzO-PEGO-CH 2 C0 2 H + NaCi 

BzO-PEG-OCHjCOjH + SOCl 2 * BzO-PEG-0-CH 2 COCl -f S0 2 + HCI 

BzO-PEG-OCHjCOCl + BzO-PEG-OH + (Cl^CH^N 

; BzO-PEG-OCH.COjPEGOBz + (CHjCH^lTCl* 

BzO-PEG-OCH 2 C0 2 PEGOBz + H 2 (Pd,C) ► 

HO-PEG-OCH 2 C0 2 PEGOH + 2BzH 

HO-PEG-OCH 2 C0 2 PEGOH + NHS-OC0 2 -NHS + pyridine ' > 



EXAMPLE 6 



(NHS=Nsuccinimidyl) 
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a) 5 Preparation of BzO-Pe6-OCH 2 C6 2 H: 
: BzO-PEG-OeH 2 C0 2 C(CH 3 ) 3 (20 g) was dissolved in distilled 

water arid the pH adjusted to 12.0 with lNNaOH solution. The solution was kept 
at pH 1 2-0 for two hours by continuous addition of NaOH solution and the solution 
was stirred overnight. The pH of the solution was adjusted to 2.5 by addition of IN 
HC1 solution and the solution was extracted three times with methylene chloride: 
The combined organic methylene chloride phases were dried over anhydrous 
sodium sulfate, filtered, and the filtrate condensed under vacuum before 
precipitating the product with ethyl ether. The product was collected by filtration 
and dried under vacuum at room temperature. Yield 18 g (90%). *H nmr 
(DMSO-d 6 ): § 3.5 (br m, PEG), 4.01 (s, -PEGOCH 2 COOH), 4.49 (s, 
C 6 H 5 -CH 2 -OPEG-), 7.33 (s+com, C 6 H 5 -CH r OPEG-). 

* b) Preparation of BzO-PEG-OCH 2 C0 2 -PEG-OBz: In a 1 00 ml 
round-bottom flask, BzO-PEG-OCH 2 C0 2 H (MW=3400, 3.4 g, Immol) in toluene 
was dried by azeotropic distillation. A solution of thionyl chloride (2M, 4 ml, 8 
mmole) in methylene chloride was injected and the mixture was stirred under N 2 
overnight. The solvent was condensed by rotary evaporation and the syrup was 
dried vacuo for about four hours over P 2 0 5 powder. To the residue was added 5 . 
ml of anhydrous methylene chloride and azeotrppically dried BzO-PEG-OH 

BzO-PEG-OCH 2 COCl was dissolved, freshly distilled triethylamine (0.6 ml) was 
added and the mixture was stirred overnight. The tHethylamine salt was removed 
by filtration and the product collected by precipitatiori with ethyl ether. It was 
further purified by dissolving in water and extracting with methylene chloride. Gel 
permeation chromatography of the product showed that 100% of BzO-PEG-OH 
had been converted to the ester. The mixture was then chromatographed on an 
ion-exchange column (DEAE sepharose fast flow, Pharmacia) to remove the 
BzO-PEG-OCH 2 C0 2 H and pure BzO-PEG-OCH 2 C0 2 -PEG-OBz was obtained. 
Yield: 4.1 gram (80%). *H nmr (DMSO-d 6 ): 5 3.5 (br m, PEG), 4.14 (s, 
-PEGOCH2COOPEG-), 4. 1 8 (t, -PEGQ-CH 2 COOCH 2 CH 2 OPEG-), ), 4.48 ( s, 
Ar-CH 2 0) 7.32 (s ? C^ 5 -) 
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c) ' Prep^ationofHO-Pk}-OC 
Bzb-PEG-OCHjCOz-PEG-OBz (MW=6800,' 2 i 0:59 mmole) in 1,4- dioxane(20 
ml) was hydrogenolyzed with H 2 (2 atm) and 1 gram Pd/C (10%) overnight. The 

-V. catalyst was removed by filtration and the product precipitated into ethyl ether 
after most of the solvent w&s removed on a rotary evaporator. Pure 
, S;h HO-PEG-O^ by filtration anji dried under vacuum 

at room temperature to yield: 1 .5 g (75%) of .HO-PEG-PCH ? G02-PEG-6H . 'H ;r 
nrar (DMSO-d 6 )! 5 3.5 (brm, PEG), 4.14 (s, -PEGOCH 2 COOPEG-), 4.18 (t, 
J -PEGO-CH 2 COOCH 2 CH 2 OPEG-). 

d) Preparation of 

; NHS-0 2 CO-PEG-OCH 2 C0 2 -PEG-0-C0 2 NHS: HO-PEG-OCH 2 C0 2 -PEG-OH (2 
g, 0.29 mmole) was azeotropically distilled with 100 ml acetonitrile and then 
slowly cooled to room temperature. To the resulting solution were added 

* disuccinimidyl carbonate (621 mg, 1.17 mmole) and pyridine (0.3 ml), and the 
solution was stirred at room temperature overnight. The solvent was then removed 
under vacuum and 35 ml of dry methylene chloride was added to the residue. The 

; insoluble solid was removed by filtration and the filtrate was washed with pH 4.5 
sodium chloride saturated acetate buffer. The organic phase was dried over 
anjiydrous sodium sulfate, and the solvent removed under vacuum. Ethyl ether 




-PEGOCH 2 COOPEG-), 4.1 8 (t. -PEGOCH 2 COOCH 2 CH 2 OPEG-), 4.45 (t, 

. '" ''^PiEGQCji^C^^ 



,'-.\ . .„• EXAMPLE 7 

PREPARATION OF CH2=CH-GO2-PEG-0CH2Cb2-PEG-O2C.-CH-CH2 



HO-PEG-OCH3CO2PEGOH + CH 2 =CH-COCl + (CH,CHi) 3 N— — — - 
CH^ri^OrPEG-OCHjCOj-PEG-OiC-CH' CHj + ( CH,CHj),NH'CI 



Preparation of CH 2 =CH-C0 2 -PEG-OCH 2 C0 2 -PEG-0 2 C-CH=CH 2 
REACTIONS: 
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HO-PEG-OCH 2 C0 2 -PEG-OH (M. W =6800, 1 .5 g, 0.44 mmole end 
group) was azeolropically dried with 100 ml of toluene for two hours. The 
solution was cooled to. room temperature under N 2 and 25 ml of methylene 
chloride and triethylamine;(TEA, 0.56 mmole) was added. The solution was 
cooled in an ice bath and acryloyl chloride (1 .5 mmole) in CH 2 C1 2 was added 
dropwise to the solution. After addition of.acryloyl chloride, the ice bath was 
removed and the solution was stirred at room temperature overnight. One ml of 
ethanol was added to consume excess acryloyl chloride and the methylene chloride 
was then condensed under vacuum. The salt was removed by filtration, and the 
remaining solution precipitated into 100 ml of ether. The product was collected by 
filtration and dried i n vacuo- Th e product was dissolved in 50 ml of chloroform 
and sodium carbonate (1 .3 g) was added. The mixture was stirred vigorously at 
room temperature overnight. The salt was removed by filtration and the solvent 
was removed under vacuum. The residue was dissolved in 5 ml of methylene 
chloride and the solution added to 100 ml of ethyl ether. The resulting precipitate 
was collected by filtration and washed with 20 ml of 2 propanol and then with 40 
ml of ether. The product was finally dried j n vacu0 . Yield: 1 .35 g (90%). 'H nrrir 

(DMSO-d 6 ): 5 3. dissolved in 5 ml methylene chloride and then precipitated into 
100 ml of ethyl ether* The product was collected by filtration, washed with 20 ml;.. 
. of2-propaj^ % - ^ 

CH 2 =CH-COO-CH 2 CH 2 -0-PEG-, 4H), 5.85-6.45(m, CH 2 =CHCOOPEG-). 

'■ EXAMPLE 8 : ' 
PREPARATION OF CH3O-PEG-O-CH2GH2CO2-PEG-OH 

REACTIONS: - /• • 
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CH 3 0-PEG-OCH 2 CH 2 C0 2 H + SOCl 2 >■ 

: --t-*- CH 3 0-PEQ ; OCH 2 G^ 2 COe] + SO 2 +HG1 , ., 

.', CH 3 0-PEG-OCfl 2 CH 2 CQCI + BzO-PEG-OH + (CH,CH 2 ),N - 



CHjO-PEG-OCHjCHjCOjPEG b-Bz + (CH 3 CH 2 ) 3 NH + C1- 
, . CHjQ-PEG-OCHjCHjCQjPEG-O-Bjt +. H 2 (Pd.C) . . •/> , 
,- >■ CHjO-PEG-OCHjCHjGOjPEGOH 




a) Preparation of CH 3 O-PEG-0CH 2 CH 2 C0 r PEG-0Bz: In a 
100 ml round-bottom flask, a solution of CH 3 0-PEG-OCH2CH 2 C0 2 H (MW=2000, 
2 g, lmmole) was dissolved in toluene and azeotropically dried for two hours. After 
slowly cooling to room temperature, the solution was added to thionyl chloride (3 
, ml, 6 mmole) in methylene chloride and then stirred under N 2 overnight. The 
solvent was then removed by rotary evaporation and the residual syrup was dried 
in vacuo for ab °ut four hours over P 2 0 5 powder: To the solid was added 5 ml of 
anhydrous methylene chloride and a solution (20ml) of azeotropically dried; 
3^PEGrPHiMW=349Q, £04 g,,^0.roiBQl>iiv3tQltiepe. To the resulting 

stirred overnight, The Uiethylamine salt was jemWed by filtration and the crude 
. .. - product wasj>ree^ The mixture 

V. :- was^eri purified by ion^xc^^ fast flow 

column, Pharmacia); Pure CH 3 0-PEG-OC^ 

CHjOPEG-), 4.48(Si-PEGGCH 2 C 6 H 5 ), 7.33(s+' corrip. mult., -PEGOCH 2 C 6 H 5 ), 
255 (t, -OGH 2 CH 2 G0 2 PEG-), 4:13 (t, -PEG-C0 2 CH 2 CH 2 0-PEG) 
; v b) . Preparation of CH 3 0-PEG-GCH 2 CH 2 C0 2 -PEG-bH 

A.solution of 2 g of CH 3 0-PEG-OCH 2 CH 2 C0 2 -PEG-OBz in 1 ,4-dioxane was 
hydrogenolyzed with M 2 (2 atm) on 1 gram PoVC (10%) overnight. The catalyst 
. . . was removed by filtration, the solvent was condensed under vacuum and the 
solution was added tip ethyl ether. The product was collected by filtration and 
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dried under vacuum at room temperature to yield: 1 .5 g (75%) of 
CH 3 p-PEG-OCH 2 CH 2 C0 2 -PEG-OH. .'H.nmr (DMSb-d 6 ): 5 3.5 (br. mult. 
PEG),3 ; 24 (s, CH3OPEG-), 2.55 (t, OCH 2 CH 2 C0 2 PEG-), 4.13 (t, 
-PEG-C0 2 CH 2 CH 2 0-PEG) 

EXAMPLE 9 

PREPARATION OF NHS-02GCH2CH2COO-PEG-OGH2CH2CH(OC2Hs)2 

REACTIONS:, ,. 

BzO-PEG-OH + MsCl + (H 5 C 2 ) 3 N — — *- BzO-PEG-OMs + (H 5 C 2 )jN + Cr 



BzO-PEG-OMs + NaH + HOCHzCHzCIKOC^ 
>- BzO-PEG-OCH 2 CH 2 CH(OG 2 H 5 )2 



BzO-PEG-OCH 2 CH 2 CH(OC 2 H 5 ) 2 + H 2 (Pd.C) 



*- BzH + HO-PEG-OCH 2 CH 2 CH(OC 2 H 5 ) 2 

HO-PEG-OCH 2 CH 2 CH(OC 2 H 5 )2 + succinic anhydride + pyridine 
— r-^H0 2 CCft 2 CH 2 C0 2 -PEG-OCH 2 CH 2 CH(OC 2 Hj)j 

HOzCCfyCHzCOrPEG-OCHzCHzCHfOC^sk + DCC + NHS 
^-NHS-O^CHzCHzCOrPEG-OCHjCHzCHCOCzHs^ 



. 6. 



25 g, 7.35 fnmol) in 150 ml of toluene was azeotropically distilled for 1 hour under 
; v nitrogefi and the solution was cooled to room temj^mtme. To the solution was 

' 1 ■ ' added 20 ml of methylene chloride/ 

and 0,61 ml of dry mesyl chloride (7.86 mmol) dropwise. The solution was stirred 
at room terriperaturie under nitrogen oveimigM^ 

adding 5 ml absolute ethanol. The mixture was concentrated under vacuum, 
filtered, concentrated again under vacuum and precipitated into ethyl ether. The 
product was collected by filtration and dried /„ vaC uo^ Yield 23 g ( 1 00%). ! H nmr 
(DMSO-d 6 ): 5 3.5 (br m, PEG), 4.31 (t, OCH 2 CH 2 OMs), 4.49 (s, 
C 6 H 5 -CH 2 -0-PEG-), 7.33 (s + comp m., C^l 5 -CH 2 -OPEG-). 

b) Preparation of BzO-PEG-OCH 2 CH 2 CH(OC 2 H 5 ) 2 : 
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r A solution of 3,3-diethoxypropanol (9.806 g, 66.2 nmiol) was azeotropically 
distilled in 90 mj of toluene for 1 hour under nitrogen. After cooling to room 
. temperature the solution was added to. a dispersion of sodium hydride (60% in 
mineral oil, 2.75 g, 68.7 mmol) in 50 ml of anhydrous toluene. The solution Was 
mixed for 2 h Under mild heating at 35 °C arid then filtered. The fi 
i to an azeoUopicaily distilled solution of BzOPEG-OMs^(23 g, 6.76 mmol) in 150 . y 
■ ml toluene. The iriixture w^ . / 

atmosphere. The mixture was concentrated under vacuum and the residue was ;, r , 
- .dissolved in 80 ml of methylene chloride. The solution was.filtered and the . * 
product was precipitated with 1 liter of cold isopropyl alcohol. The product was - 
: cpllected by filtration and dried \ n va cuo- Th e powder was dissolved in 100 ml of 
deionized water and extracted three times with 200 ml methylene chloride. The 
mixture was concentrated under vacuum, filtered and precipitated into ethyl ether. 
The product was collected by filtration and dried - m vacuo . Yield 1 9 g (100%). ] U 
nmr (DMSO-d 6 ): 5 1.10 (t, -CH(OCH 2 CH 3 ) 2 , 1 .73 (q, -OCH 2 CH r CH), 3.5 (br m, 
; PEG), 4.49 (s, C 6 H 5 -CH 2 -OPEG-), 4.56 (m, -CH(OCH 2 CH 3 ) 2 ), 7.33 (s + comp m, 
- C 6 H 5 -CH 2 -0-PEG-). . 
i j "... ...... c> PreparaUonofHOi-PEG-OCH^^CHpCaHs^: ; ,. . ; J 

BzO : PEG-OCH 2 CH 2 CH(pC 2 H^ g, ( 2.94 mmpl) was dissolved in 1 00 mtgfi , . ^ 

.prkcharcdal; 





suspension vvas ^hak^ri 48 h under HV(40^psi) and the suspension filtered. The ... 
residual catalyst was washed with.methylene chloride. The product in the 
; cpmbiried filtrate of methylene chloride and etharibl was Concentrated under ; 
vacuum and filtered. Theyiscous solution was precipitated into cold ethyl ether, 
and the rx^^ (^d. ? ^.y^^,;..yield 15 g. nmr . 

(DMSO-d*): 5 1.10(t, -CH(OCH 2 CH3) 2 , l ;72 (q, -OCH£H 2 -CH). 3.5 (br m, . 
PEG), 4.55 (m,-CH(OCH 2 CH 3 ) 2 ). 

d). Preparation of 
H0 2 CCH 2 CH 2 CO r PEG-OCH 2 CH 2 CH(OCH 2 CH 3 )2: 
: HO-PEG-OCHiCHzCHtOCjH^ (3 g, 0;88 mmol) and BHT (5 mg) were 
dissolved in 20 ml of anhydrous toluene and azeotropically distilled at 120°C for 1 
hpur under nitrogen. After cooling the solution to 75p C, pyridine (0.36 ml) and 
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succinic anhydride (0.353 g) were added and stinred at 75,°C for 24 hours. The 
solution was concentrated under vacuum, filtered and precipitated into cold ethyl 
ether. The precipitate was recovered by filtration and dried j n vacuo . The powder 
was reconstituted in 50 ml deionized water and 1 M sodium hydroxide was added 
dropwise to maintain a constant pH of 7.2 for 1 hour. IN HQ was quickly added 
dropwise to obtain a pH of 3.0 and ^immediately extracted 3 times into 100 ml 
methylene chloride. The product in the organic phase wais dried over sodium 
sulfate, concentrated under vacuum, precipitated into cold ethyl ether, recovered by 
filtration and dried in vacuo . Yield 2.0 g (88%). ! H nmr (DMSO-d 6 ): 5 1 .10 (t, - 
CH(OCH 2 CH 3 )2, 1 .72 (q, -OCH 2 CH 2 -CH), 3.5 (tar m, PEG), 4. 12 (t, -C0 2 CH 2 - ), 
4.55 (t, -CH(OCH 2 CH 3 ) 2 ). 

e) Preparation of 
. NHS-0 2 CCH 2 CH 2 C0 2 -PEG-OCH 2 CH 2 CH(OCH 2 CH 3 ) 2 : 
H0 2 CCH 2 CH 2 C0 2 -PEG-OCH 2 CH 2 CH(OCH 2 CH 3 ) 2 (2.0 g, 0.56 mmol) was 
dissolved in 20 ml anhydrous methylene chloride under a nitrogen atmosphere. 
N-hydroxysuccinimide (105 mg, 0.91 mmol) was first added to the solution and 
then dicyclohexylcarbodiimide (174 mg, 0.84 mmol) was added. The solution was 
stirred overnight at room temperature under nitrogen, atmosphere. The product was 
-concentrated under vacuum, filtered, precipitated into cold ethyl ether, recovered . , 

-CH(Ocri 2 CH 3 ) 2 ; l/72 (q,-6cH 2 CH 2 ^ 
(t, -C0 2 CH 2 -), 4.55 (t, -CHtOCHjCH,^). 
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"; r . '■, .... EXAMPLE, 10 

PREPARATION OF ; " 

CH2=CHC02-PEG-6GH2C02CH(CH3)CH2C02NHS 

V " 'REACTIONS: " • ' 

• Bz6-PEG-OCH 2 C6 2 H + SOci 2 BiO-PEG-OCTic&l + S0 2 ; + HC1 



BzO-PEG-OCH 2 COCl +HOCH(CH 3 )CH 2 C0 2 H 



BzO-PEG-OGH 2 C0 2 CH(CH 3 )CH 2 CO^H + HCI 



, BzO-PEG-OCHjCO.CHCCHjJGHjCOjH + H 2 (Pd/C) 



>- HO-PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 H + BzH 

; HO-PEG-OCH 2 C0 2 CH(CH^CH 2 C0 7 H + CH 2 =CHCOC) + 2(CH 3 CH 2 ) 3 N >- 

* CH 2 =CHC0 2 - PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 " + 2(CH 3 CH 2 ) 3 NH* +Cf 

CH 2 =CHC0 2 -PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 " (CH 3 CH 2 ) 3 NH + + (HOAc/NaOAc) 
> CH 2 =CHC0 2 -PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 H + (CH 3 CH 2 ) 3 N 

CH 2 =CHC0 2 -PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 H + NHS + DCC 

. > CH 2 =CHC0 2 -PEG-OCH 2 C0 2 CH(CH 3 )CH 2 CONHS 



A....*-:' : 
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a) . Preparation of BzO-PEG-OCH 2 C0 2 -CH(CH 3 )CH 2 C0 2 H: 
BzO-PEG-OCH 2 C0 2 H (M W=3400, 1 5 g, 4.4 mmole) was azeotropically dried 
with 60 ml of toluene under N 2 . After two hours, the solution was slowly cooled to 
■ . room temperature. To this solution was added thionyl chloride (18 ml, 36 mmole). 
The" resulting solution was stirred overnight, the solvent condensed by rotary 
evaporation, and the syrup dried \ n va cuo f° r a ^out four hours over P 2 0 5 powder. 
3-hydr6xybutyric acid (1.45 gV 13.5 mmole) was azeotropically dried with 70 ml of 
1 ,4-dioxane, and then added to the dried BzO-PEG-OCH 2 COCl. After the PEG 
. ; acyl chloride had dissolved, 4.5 ml of dry triethylamine was injected into the 

system and the solution was stirred overnight. The salt was removed by filtration 
and the filtrate was condensed on a rotary evaporator at 55 °C and dried /„ vacu0 . 
The crude product was then dissolved in 1 00 ml of distilled water and the pH of 
the solution was adjusted to 3.0. The aqueous phase was extracted three times with 
a total of 80 ml of methylene chloride. The organic phase was dried over sodium 
sulfate, filtered, condensed on a rotary evaporator, and precipitated into 100 ml of 
ethyl ether. The product was collected by filtration and dried \ n vacuo at room 
. .. temperature. Yield 14 g (93%). ] U nmr (DMSO-d 6 ): 5 3.5 (brm, PEG), 2.58 (d, 

" , -PEGCOOCH(CH 3 )CH^ 
^ / - (d,-PEGCOOCH(CH 3 )CH 2 COOH), 4.055 (s,PEGOCH 2 COO), 4.49 (3, , 

solution of BzO-PEG-OCH 2 CO r OCH(CH3)CH 2 C0 2 H (8 g) in benzene (50 ml) 
: ■ washydrogenolyzed withH 2 (2ato^ 
- ' for 48 hours. The catalyst was removed by filtration, the solvent was condensed, 

. .^d ^ 

■ ; . . " , 

(DMSO-d 6 ): 5 3.5 (br m, PEG), 2.51 (d, -PEGC0 2 CH(CH 3 )CH 2 C0 2 H), 5.16 (h, 
-PEG-C0 2 CH(CH 3 )CH 2 C0 2 H), 1.22 (ds PEG-C0 2 CH(CH 3 )CH 2 C0 2 H), 4.06 (s, 
-PEGOeHC0 2 CH(CH 3 )- 

c) Preparation of 
CH 2 =CHC0 2 -PEG-OCH 2 C0 2 -CH(GH 3 )CH 2 e0 2 H: 

H0-PEG-OCH 2 CO 2 CH(CH 3 )CH 2 CO 2 H (3g, 0.88 mmole) was azeotropically 
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distilled with 40 ml of toluene under* N 2 until approximately 1 5 ml of solution 
remained. The solution was then cooled to room temperature under N 2 and 25 ml 
'■.^ of methylene chloride ^ ^dtriethylamine (1.5 mmble) were added. The solution 
. , was cooled in an ice Bath and aery loyl chloride (2 . mmole) were added dropwise. 
' After addition of acryfoyl chloride, the ice bath was removed and the solution was 
. stirred at room temperature overnight. The methylene cliloride was then partially 
' * -r- '^W • "removed un^ v 

** 100ml of ether. The precipitated product was collected by filtration and dried /„ 
- vacuo- The product was then dissolved in sodium acetate buffer (0. 1 M, pH 5.5), * 

stirred for half an hour, and extracted three times with methylene chloride. The 
: : organic phase was dried over sodium sulfate, filtered, condensed, and precipitated 
in 100 ml of ethyl ether. The precipitate was collected by filtration and dried ; w 
vacuo at room temperature. Yield 2.4 g (80%). 'H nmr (DMSO-d 6 ): § 3.5 (br m, 
PEG), 2.5 1 (d, CH 2 C0 2 H), 5.16 (h, -CH(CH 3 -), 1 .22 (d, -CH(CH 3 )-), 4.06 (s, 
-PEGOCH 2 C0 2 PEG-), 4.2 1 (t, -C0 2 CH 2 CH 2 0-), 5.85-6.45 (m, CH 2 =CH-) 

d) Preparation bf 
CH 2 =CHC0 2 -PEG-OCH 2 CO r CH(CH 3 )CH 2 C0 2 NHS: 
■ ;^CH 2 =CH-C0 2 -PEG-OCH 2 C0 2 CH(CH 3 )CH 2 C0 2 H (1 .4 g, approx. 0.4 mmole) and 
~ N-hydroxysuccinimide (51 mg, 0.43 mmole) was dissolved in 30 ml of dry , ■ 

nitrogen overnight and the solvent removed by rotary evaporation. The resulting 
> / Si^ ; ' dissolved mi 6 m ;i : 

> .precipitated product was.coUected by filtration and dried /„ va cuo at room 
\>j- /. , ; ^ \ temperature, Yiel^.^g (94%). >H nmr (DMSG-d 6 ): 5 3,5 (br m, PEG), 3,0-3.2 
\ ' . (m, -PEGCOO-CH(GH 3 )CH 2 COONHS), 5.26 

5/' (KiPEGcqo^ 

4.10 (s, -PEGOCH 2 COO (CM)), 2.81 (s, NHS), 4.21 (t, 
CIl 2 =GH-c60-CH 2 CH 2 -0-PEG-, 4H), 5.85-6.45 (m* CH 2 =CHCOOPEG-). 
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EXAMPLE 11 

METHOD FOR PREPARING CH30-PEG-OH AND CONTAINING NO 
HO-PEG-OH FROM A MIXTURE OF BzO-PEG-OH and HO-PEG-OH 

'' ."" ■ REACTIONS:' 

BzO-PEG-OH + HO-PEG-OH. + 3MsCl + 3(CHjCHji,N ; ► 

. BzQ-PEG-OMs + MsO-PEG-OMs + 3(CH 3 CH 2 ) } NH* CI" 

BzO-PEG-OMs + MsO-PEG-OMs + 3NaOCH 3 ► 

? - — B*zO-PEG-OCH 3 + CHjO-PEG-OCHj + 3 NaOMs " 

Alternate synthesis of BzO-PEG-OCHj + CH 3 0-PEG-OCH 3 : 

BzO-PEG-OH + HO-PEG-OH + 3(CH 3 )jOK 

■ >- BzO-PEG-OK + KO-PEG-OK + 3(CH 3 ) 3 OH 

BzO-PEG-OK +KO-PEG-OK + 3 CH 3 I >- 

>■ BzO-PEG-OCH 3 + CH 3 0-PEG-OCH 3 +3 KI > 

Product from either route is hydrogenolyzed: 
, BzO-PEG-qCH, + CH 3 0-PEG-OCH 3 + H 2 (Pd,C) 

^-•4.:v'- /. i-, ->-.v rr^r^'^ CHjO^E^OCHj + ;BzH-,-/-^..-i^- - ; .. - -.- ■. •->;.;• v—;, y 
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a) Preparation of BzO-PEG-OMs: BzO-PEG-OH (MW=5000, 
V V 50 g, lOmmoles) 1 containing 6% by weight of HO-PEG-OH was dissolved in 

! toluene and the solution iwas azeotropically dried for 2 h imder nitrogen an^ 
: \*\ . ' to room temperature; T6 this solution was added 50 ml of anhydrous methylene • ! , 

v ?r- .r 'chloride an^^^ 

. solution waiis cooled Inaii ice 

v- : added drbpwisev 'The Sofiitibri was thfen stirred at roomlfemperature overnight and' * A . ' '* 

: the reaction was quenched by adding 2 ml of absolute ethanol. The mixture was 

then concentrated under reduced pressure to remove 1 00 ml of solvents, filtered, : 
and added to 800 ml of cold ether. The precipitated product was collected by 
filtration and dried under reduced pressure. Yield: 48.3g (96.6%). 'Hnmr 
(DMSO-d 6 ): 5 3.5 (br m, PEG), 4.31 (t, OCH 2 CH 2 OMs), 4.49 (s, 
C 6 H 5 -CH r OPEG-), 7.33 (s+complex mult., C 6 H 5 -CH 2 -OPEG) 

b) Preparation of BzO-PEG-OCH 3 : BzO-PEG-OMs 
containing 6% by weight of MsO-PEG-OMs (MW=5078, 45 g, 8.86 mmoles) in 
250 ml of toluene was azeotropically dried for 2 h. To the resulting solution was 
added a 25 wt% solution of sodium methoxide (1 1 .5 g, 53.2 mmoles, 6-fold 
excess) in methanol and the resulting solution was heated at 1 20- 1 22 0 C for 20 h 

'* under riitrogen. The resulting solution was then cooled to room temperature, 2ml 

T^^rrT ^ ' ;*^ V: ^^^ fiiteref^^^r^^ " "* '* ^J: 

filtrate added to 706 ml of cold ether The precipitated product was collected by 
V filtration arid dried under reduced pra 'H nmr (DMSO-d 6 ): 5 

• y V^f ' £24 (s; 151 (WrmilU PEG); 4^49 (s, C 6 H 5 -tHr6pi£G-), 7^33 (s+comp. • 

7 BzO-PEG-OH containing 6wt% of HO-PEG-OH (MW=10,000, 50 g, 5.0 moles) in 
250 riil of toluene was azeptropi(^ly distilled for 2 hundernitxogen 
. . . - \ solution was cooled to room temperature. Potassium tert-butoxide (1.0 M solution " . 
in tert-butanol, 25 ml, 25 mmoles) was added and the mixture was stirred 15 
minutes. Methyl iodide (7. 1 g, 50mmoles) was then added and the mixture was 
stirred 20 h at room temperature under nitrogen in the darL The solvents were 
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removed under reduce pressure and the residue was dissolved in 1 00 ml of 
methylene chloride and added to 800 ml of cold ether. The precipitated product 
was collected by filtration and dried under reduced pressure. Yield: 46.8 g ) 'H 
■ nmr (DMSO-d 6 ): 5 3.24!.(s, CH 3 0-PEG), 3.51 (br. mult., PEG), 4.49 (s, 
CftHj-C^-OPEG-), 7.33 (s+comp. muit., C^ 5 -CH 2 -bPEG-). 

d) Preparation ofCH 3 OPEG-OH containing no HO-PEG-OH: 
- " * B20-PEG-OCH 3 containing 6w1%of CH 3 0-PEG-OCH 3 (40 g, MW= 10,000, ; " 

mmoles) was dissolved in 400 ml of ethanol and 4 g of Pd on activated carbon 
(10% Pd) was added. The mixture, was hydrogenated (800 psi) at room 
temperature. The mixture was then filtered and the solvent removed under 
vacuum. Yield: 37.1 g. *H nmr (DMSO-d 6 ): 5 (s, CH 3 0-PEG), 3.51 (br. mult., 
PEG), 4.58 (t, OH) 

The invention has been described in particular exemplified 
embodiments. However, the foregoing description is not intended to limit the 
invention to the exemplified embodiments, and the skilled artisan should recognize 
that variations can be made within the scope and spirit of the invention as 
described in the foregoing specification. On the contrary, the invention includes 
all alternatives, modifications, and equivalents that may be included within the true 
' spirit and scope of the invention as defined by the appended claims. 
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\ THAT WHICH IS CLAIMED: 

1. A method for preparing a heterobifunctional derivative of 
. poly(ethylene glycol).or related polymers, comprising: 

; " providing a polymer of W-O-Poly-OH, where W is a group which i 
5 . removable by catalytic hydrogenolysis or by acid-catalyzed hydrolysis, and Poly 
* represents a difuhctiqriaf, water soluble, honpeptidic polymer; 

modifying the -OH moiety to produce a first functional group; and 
converting said W group to a second functional group, said second 
functional group being different from said first functional group. 

2. The method of Claim 1 , wherein W has a formula of Ar- 
C(Rj)(R 2 )-, where Ar represents a moiety selected from the group consisting of 
phenyl, substituted phenyl, biphenyl, substituted biphenyl, polycyclic aryls, 
Substituted polycyclic aryls, and heterocyclic aryls; where R, and R 2 are H, alkyl, 

5 or Ar which is defined above. 

3. The method of Claim 1 , wherein Poly is selected from 
poly(alkylene oxides), poly(oxyethylated polyols), poly(olefmic alcohols), 

. .. - poly(acrloniorpholine), and homopolymers, random or block copolymers, or 



v . ' : ; v^-M -4. fee method of G^ns^V^Sm^oiy is polyethylene ■ 
-0* gfycol)repres<m^^^^ ri is from about 8 

■ A to about 4000; - ~r*r' / / ' ' "- ; r^-- \ • /% \- • - = 

:■'./:■ : f S.^yl^ The method of Ch 
; ethylene oxide and propylene oxide. . 

6. The method of Claim 1 , wherein said second functional group is 

-oh. ' •: ' ' ' ■ 

7. The method of Claim 1 , wherein said first functional group 
v is selected from the group consisting of 
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mesylate, tosylate, tresylate, ' 
-0-(CH2) n -C0 2 H wherein n= 1-6^ 
-0-(CH 2 ) n -C0 2 R 3 wherein n = 1-6 and R 3 is an alkyl group, 
-NHR4 wherein R4 is H or alky 1 or an amine protecting 
' 5 group, and 

-0-(GH 2 ) n -CH(ZR 5 ) 2 wherein n is a number of 1 -6, and Z is 
O or S; R 5 is H or an alkyl group,^ ' . 

Ar-CH=CH-CH=CH-CO r , where Ar represents a moiety 
selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
1 0 substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
heterocyclic aryls, 

-0-(CH 2 ) n -CHO, and 

-OzCCH^HjCOjR*, wherein R* is H or NHS. 

8. The method of Claim 1 , wherein the second functional 
group is selected from the group consisting of 
hydroxyl group, 
mesylate, tosylate, tresylate, 

'. ; ■* : -NHR4 wherein R4 is H or alkyl or an amine protecting 

, '/■■..^h::- •;. group^and .uc- *• ■ .' -\ >-',-v-- 
. . -V" f : p-(CH^ n -GH(ZR5)2 wherein n is a rtumber of 1-6, and Z is 

. 10 ^ OorS, R 5 is H or an alkyl group, ; * 

X -? ArrCIJfe(^-GH=CH-C0 2 -; wh^re Ar represents a moiety 
selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
heterocyclic aryls, 
15 CH 2 =CH-eO r , 

-0-(CH2) n -CHO,and 

-OjCCH^HiCC^R*, wherein is H or NHS. 
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9. A method for preparing a heterobifuhctional polyirieric 
, v ■ 1 derivative comprising: : 

V providing a polymer of the fonnula Ar-C(R,)(R 2 )0-Po]y-bH, 

. : where:^ is selected from the gro^ 
5. substituted phenyl, biphemyl,:SubsUtuted"biphehyi,.poIycyclic aryls, substituted 
: .. - polycyclic aryjs, and heterocylicaryls^.;^ . . . ..... J4 ^. . 

. • .«§f " ? where R, and R 2 are H, alkyl, or Ar^wher^r is as defined 

above, and 

* > where Poly is a difunctional polymer selected from the 

W : group consisting of, poly(alkylene oxides), poly(oxyethylated polyols), 

poly(o!efinic alcohols), and poly(acrlomorpholine); 

chemically modifying the -OH group to produce a first functional 

group; . : 

. ' . ... removing the Ar-CRiR 2 0- group to produce a new hydroxyl group; 
15 converting the new hydroxyl group to a second functional group, 

said second functional group being different from said first functional group. 



1 0. The method of Claim 9, wherein Pqly has the formula - 




" • : ^ ^- • 11. TKe methbd bf Ci^irh 9, wherein PoiyMs a copolymer of 

ethylene Oxide and^ v ,p . v . . • . r : . 

v; ;v -■ . : ; ; . Jilt method of Q$im : 9, vvherein sai^iirst functional. group -; , ■: '.■'-.*. 
; i ■=; is sefected ffqm^ : .i*'-^?\>"^;"!'r^ . ■'* • "* ' ' \' . ' • V':';: ' : 

£ ' ' v" v r-- mesylate^ tosylate, tresylate^ : v : ' "■ ' 

\:r -G-(CH2) n -C0 2 H wherein n= 1-6, 

*•; }$ . -., ■•; . r "Q'(CH 2 ) n -C0 2 R 3 wherein n= 1-6 andR 3 is an alkyl group, 

rNHF^ wherein R 4 is H or alkyl or an amine protecting ■ , 

group, 

- -0-(CH 2 ) n -CH(ZR 5 ) 2 wherein n is a number of 1-6, and Z is v 
O or S, R 5 is H or an alkyl group, 
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.10 Ar-CH=CH-CH=CH : C0 2:) where Ar represents a 



moiety selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
heterocyclic aryls, . 

"" -0-(CH2) n -CHa and . • 
15 -0 2 CCH 2 CH 2 C0 2 R<;, wherein 1^ is H or NHS. 

13. The method of Claim 9, wherein Said second functional 
group is selected from the group consisting of: 

mesylate, tosylate, tresylate, 
-0-(CH 2 ) n -C0 2 H wherein n = 1 -6, 
5 -0-(CH 2 ) n -C0 2 R 3 wherein n = 1-6 and R 3 is an alkyl group, 

-NHR 4 wherein R^ is H or alkyl or an amine protecting 

group, 

-0-(CH 2 ) n -CH(ZR 5 ) 2 where n is a number of 1 -6, and Z is 
0 or S, R 5 is H or an alkyl group, 
10 Ar-CH=CH-CH=CH-CO r , where Ar represents a moiety 

selected from the group consisting of phenyl, substituted phenyl, biphenyl, 

substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, 1 
%v g/} Jtnd^heterQcyclie ^ls; • 1 *v" >vvv^r^:^ . V . -v^ 

15 -O-CCrf^CHO, where h is 1-6, and 

.14, . The method of Gjaim 9, wherein said first functional 

gfotrp is .^-GH^GH-CH^.GH^0 2 - andiaid second functional group is 
-<^(CH2) n -CH(ZR 5 ) 2 wherein ri; is a number of 1 -.6;- arid Z is O or S, R 5 is H or an ^ 
alkyl group. . . 

.15. . The method of Claim 9, wherein said first functional group 
is Ar-CH=CHrCH=CH-CO r and said second functional group is -0-(CH 2 ) n -CHO 
where n is 1-6. 

16. The method of Claim 9, wherein said first functional group is 
-0-(CH 2 )n-CH(ZR 5 )2,' where n is a number of 1-6, and Z is 0 or S, R 5 is H or an 
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alkyl group, said second functional group is -C^CCHjCr^CC^Re, where Rs is H or 

-> \\ J . 17:.T3ie method of Claim 9, ^whierein said firet functional group is 

-0-CH2-C02CH(CH3)GH2CO-NHS, and wherein said second functional group is 
• .\ ' V ; ' ■'; CH2=CH-G0 2 -: .vr- . . 

, . . . , v v r v * - - 1?: A hete'robifunfctioriai ppjymieric derivative : represented by a 

formula of Y-Poly-X, where Poly represents difunctional, water soluble 
nonpeptidic polymers, and where X and Y are functional groups selected from the 
group consisting of: 
5- mesylate, tosylate, tresylate, 

-0-(CH 2 ) n -C0 2 H wherein n = 1 -6, 
-0-(CH2) n -C0 2 R3 wherein n = 1-6. and R 3 is an alkyl group, 
-NHR, wherein R 4 is H or alkyl or an amine protecting 
group, " 
10 -0-(CH 2 ) n -CH(ZR 5 ) 2 wherein n is a number of 1-6, and Z is 

O or S, R 5 is H or an alkyl group, 

Ar-CH=CH-CH=CH-G0 2 -, where Ar represents a 
" moiety selected from the group consisting of phenyl, substituted phenyl, biphenyl, 

C-^v' Vti'-'V ^^^^^ SU&tltfit^ '.v* "--V *'\y$y^0 

■ ; v '_■_.<"*■;•; ■: "is 1 ^heterocyclic aryfs, ; :rr: .":**.' , "* -T- 'M \ v" ■ ^' - "■" 'v 

'.. / ; /: .' V % J ; ;,V:. : '..' - ; \ ^-(CH^ rCHO where n is 1-6, aiid t . ' 

'v'^^K . ' ' tiiflWenVfftrn Y. : ;- v: - ? r ' :: : '/ v?*^ ' * ; ' / " ' - ' ". ? 

' v V : * :-y "V A- ^ \ x : i9:'v^ 1 8, wherein Poly 

^ is irorh about 8 

; ^ . toabout4000. ■■■.*■ A ' " 

; ' 20. u The heterobifunctional derivative of Claim 1 8; wherein Poly 

/•! is a copolymer of ethylene oxide and propylene oxide.. 
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.21. The heterobifunctional derivative of Claim 18, wherein X is 
. Ar-CH=CH^CH=CH-C0 2 - and Y is -0-(CH 2 ) n -CH(ZR 5 ) 2 wherein n is a number of 
l-6,andZisOorS,R5isHoranalkylgrbup. . 

22. The heterobifunctional derivative of Claim 1 8, wherein X is 
Ar-CH=CH-CH=CH-C0 2 - and Y is -0-(CH 2 ) n -CHO, where Ar represents a 
moiety selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 

5 heterocyclic aryls, and where n is 1-6. 

23. The heterobifunctional derivative of Claim 1 8, wherein X is 
-0-(CH 2 ) n -CH(ZR 5 )2, where n is a number of 1-6, and Z is 0 or S, R 5 is H or an 
alkyl group, and Y is -0 2 CCH 2 CH 2 C0 2 R 6 , where R 6 is H or NHS. 

24. The heterobifunctional derivative of Claim 1 8, wherein X is 
Ar-CH=CH-CH=CH-C0 2 -, where Ar represents a moiety selected from the group 
consisting of phenyl, substituted phenyl, biphenyl, substituted biphenyl, polycyclic 
aryls, substituted polycyclic aryls, and heterocyclic aryls, and wherein Y is 

5 -0-(CH 2 ) n -CO^R, where R is H, alkyl, or NHS, n is 1-6. 




selected from the group consisting of phenyl, substituted phenyl, biphenyl, 
substituted biphenyl, polycyclic a^ls^ substituted polycyclic aryls, and 
5 heterocyclic aiyls, where X is selected from the grbup consisting of: 

: • mesylate, tpsylate,.tresylate, ; \ . . 
: p -O-CCHA-CO^ where n =1-6, . ^ 

-0-(CH2) n -C0 2 R 3 where n = 1 -6 and R 3 is an alkyl group, 
. -NHR4 where R4 is H or alkyl oran amine protecting group, 
10 -O^CH^-CHCZRs^ where n is a number of 1 -6, and Z is O or S, 

R 5 is H or an alkyl group, 

Ar-CH=CH-CH=CH-C0 2 -, where Ar is defined above, 
-0-(CH 2 ) n -CHO where n is 1-6, and 
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: , , "'-biCCHjCHjCQA, where Is H or NHS. 

. r- • . - ' .26. A method for preparing a diftmctioria! polymeric derivative ' •* 

v;i: . having aforniula ofX-Pql^ \ . v . 

.... ' . are difunctional, water sojubl^ 

different, ri is 0-6, ahdR 5 is H or alkyl,X is a functional group, said method being . 

* *":V-"-'- - * -'-v ■ - : "providing a first polymer of Af-C(R,)(R2)0-Poly b -U, and a ■ ■■*■•■■■ 

: . *. , ; second polymer of Ar-e(R,)(R 2 )0-Poly a -CHR 5 (CH 2 ) n CO-V, where R, and R 2 are -, ; 

H, alkyl, or Ar, where Ar is selected from the group consisting of phenyl, 
• . substituted phenyl, biphenyl, substituted biphenyl, polycyciic aryls, substituted 
10 polycyciic aryls, and heterocylicaryls, U and V are moieties so selected that said 
first polymer can react with said second polymer to form a polymer of 
; Ar-C(R I )(R 2 )0-Poly a -O-CHR 5 (CH 2 ) n CO 2 -Poly b -0C(R l )(R 2 )-Ar; 

reacting said first polymer with said second polymer to form 
i said polymer of Ar-C(R0(R 2 )O-Poly a -O-CHR 5 (CK 2 ) n CO r Poly b -OC(R l )(R 2 );-A^ • 
15;. converting the Ar-C(R,)(R 2 )0- moieties into functional groups. I 

27. The method of Claim 26, wherein U is -OH, and V is , 
; halogen. ia ; 

r-; ; ;.V'» {■-. 'A/ >y^: '■'•••;[. r ^s^O^S^^W^d^^^l^ 26^ ^ ■ ; ' : . ."' V : .\ \ 

' : : 

'.v:iv x,. . r-: ■•■■.■i.v-vJ.v--^.r^ t ^ ■* ^tfChs method ofClaim 26 ? \vhpreinX ) isNHS-0 2 GO-. 

. .i. " ,; 32. A method for preparing a difunctional polymeric derivative . - : 

. : : . having a formula of RgO-Polya-O-CHRsCCH^COz-Polyb-Y, where Poly a and 

Polyt, are difunctional, water soluble, nonpeptidic polymers, that can be the same 
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or different, n is 0-6, R 5 and R g are H or alkyl, and Y is a functional group, said 
5 method being free of a chromatography step and comprising: 

providing a first-polymer of Ar-C(R 1 )(R2)0-P°'yb"U, and a 
second polymer of R 8 0-Poly a -GHR5(CM 2 ) n CO- V, where R 8 is H or alkyl, R, and 
R 2 areH, ; alkyl, or Ar, where Air is selected from the group consisting of phenyl, 
substituted phenyl, biphenyl, substituted biphenyj, polycyclic aryls, substituted 
10 polycydic afyls; and heterocylicar^^ .. . 

first polymer can react with said second polymer to form the polymer of 
R 8 0-Poly a -0-CHR 5 (CH 2 ) n C0 2 -Poly b -OC(R I )(R 2 )-Ar; 

reacting said first polymer with said second polymer to form said 
polymer of RgO-Poly a -O-CHR 5 (CH 2 ) n CO 2 -Poly b -0C(R 1 )(R2)-Ar; and 
1 5 converting the Ar-C(R,)(R 2 )0- moiety into a functional group. 

33. The method of Claim 32, wherein U is 
-OH, and Vis -CI. . 

34. The method of Claim 32, wherein Y is OH. 

35. The method of Claim 32, wherein Y is CH 2 =CR s C0 2 -, 
•where R 5 is H or alkyl. * * t* • 

. - v' whereRisHoralkyl/ZisOorSandnis 1-6. 

37. A method of inhibiting the 

OH in a : mixture of Ar-CR,R 2 0-PiEG-6H ^d HO-PEG-OH, where PEG is 
/ ; poly(ethyjerte glycol), Ar represents a moiety selected 

V v l V phenyl; substituted phe'n^ aryls, 

5 substituted polycyclic aryls, and heterocyclic aryls, where Rj and R 2 are H, alkyl, 
or Ar; which is defined above; comprising: *: 

alkylating the Ar-CR,R 2 0-PEG-OH and HO-PEG-OH in said 
mixture to form Ar-CR,R 2 -O^PEG-OR9 and I^O-PEG-ORq respectively; 
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. . . converting the Ar-CR,R 2 -0- moiety into -OH by acid-catalyzed 
.10 hydrolysis or hydrogenplysis and forming a new mixture of R9O-PEG-OH and 
R^-PEG-Ofy, wherein the RgQ-PEG-OR^is inert. 

... .. r. .. .. 38. .The method of Claim 37, further comprising converting 

: RgO-REG-OH in the new mixture to. R^O-PEG-CHO; 

. . .■ ,,. r ~^39. - ■ - yA methodrof.conjugating PEG orrelated polymers to 

. macromolecules comprising;. ... 
"V providing a polymer of Ar-C(R,)(R 2 )0-Poly-OH, 

where Ar is selected from the group consisting of phenyl, substituted phenyl, 
5 biphenyl, substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
heterocylicaryls, 

where R, and R 2 are H, alky), or Ar, where Ar is as defined 

above, and 

where Poly is a polymer selected from the group consisting 
10 - of poly (ethylene glycol), poly(alkylene oxides), poly(oxyethylated polyols); 
po!y(oiefinic alcohols), and poly(acrlomorpholine); 

chemically modifying the -OH group to produce a first functional 

■ JZ i ' r . 

15 1 renioVingthe Af-QR 

. " >; converting the new hydroxyl group to a second functional group; 

. ^ • :f j and linking,a second ^crto • , 

: : . - 40: s, The.m^ first and second *\ 

\ - rTia^crornoleciiles are selected from thegroup cpnsisting of proteins, lipids, 
: V polysaccharides, oligonucleotides, and drugs. 

4 1 ; The method of Claim 39, wherein said Poly is represented by - 
CH 2 eH 2 -(CH 2 CH 2 0) n -CH 2 CH 2 -, where n is from about 8 to about 4000. 

42, The method of Claim 39; wherein Poly is a copolymer of 
ethylene oxide and propylene oxideC 
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43. The method of Claim 39; wherein said first functional group 
is selected from the group consisting of . 

mesylate, tosylate, tresylate, 
■ . . ... -0-(CH 2 ) n -CQ 2 H wherein n = 1 -6, . 

5 -0-(CH 2 ) n -C0 2 R 3 wherein n = 1 -6 and R 3 is an alkyl group, 

-NHR 4 wherein R^is H or alkyl.or an amine protecting 

group, 

-0-(CH 2 ) n -CH(ZR 5 ) 2 wherein n is a number of 1 -6, and Z is 
0 or S, R 5 is H or an alkyl group, 
1 0 Ar-CH=CH-CH=CH-C0 2 - , where Ar represents a 

moiety selected from the group consisting of phenyl, substituted phenyl, 
biphenyl, substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, 
and heterocyclic aryls, 

-0-(CH 2 ) n -CHO, where n is 1 -6 and 
15 -0 2 CCH 2 CH 2 C0 2 R 6 , wherein R 6 is H or NHS. 

44. The method of Claim 39, wherein said second 
functional group is selected from the group consisting of: 

• •;• . ■ ^ r! -0-(Crt 2 ) n -C0 2 H wherein n- : l-j6, 'i. 

5 • -O(CH 2 ) n -C0 2 R 3 wherein n = l-(Tand R 3 is an alkyl group, 

-NHR4 wherein; R4 is H or alkyl or an amine protecting 

; : group, •'"/ / ; "• •■ ' 

-O-tCH^-CHCZR^ wherein n is a number of 1 -6, arid Z is' 
■^ ; 'f> ;" : i ■-'•'•}■/:" &qt S 7 ^ \^}fot ^^kyi ^oup; : ; 

10 Ar-CH=CH-CH=CH-CO r , where Ar represents a 

moiety selected from the group consisting of phenyl, substituted phenyl, 
biphenyl, substituted biphenyl, polycyclic aryls, substituted polycyclic aryls, and 
* heterocyclic aryls, 

CH 2 =CH-C0 2 -, 

.15 -0-(CH 2 ) n -CHO where nis i -6, and 

-0 2 CCH 2 CH 2 C0 2 R 6> wherein R 6 is H or NHS. 
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f 45! T^e method oT Claim 39, \yherein said first functional group 

is Ar-CH=CH-CH=CH-C0 2 - and said second functional group is 
-0-(CH 2 ) n -CH(ZR5) 2 where n is a number of 1 6, and Z is 0 or S, R 5 is H or an 

. alkyLgroup. . . ... . . -.. , .. . . 



£»yV 46. \ The method of Claim 39, wherein said* first functional group v*/. 

StT lis Ar-CH=C^Cri^CHrC6 2 - and said second functional group is^b-(CH 2 ) n -CHO :*. 

where n is 1-6. . : , v 



47. The method of Claim 39, wherein said first functional group is 
-0-(CH 2 ) n -CH(ZR 5 )2, where n is a number of 1-6, and Z is O or S, R 5 is H or an 
alkyl group, said second functional group is -0 2 CCH 2 CH 2 C0 2 R 6 , where R 6 is H or 
NHS 

48. The method of Claim 39, wherein said first functional group is 
CH 2 =CH-C0 2 -, and wherein said second functional group is 
-0-CH 2 -C0 2 CH(CH 3 )CH 2 CO-NHS. 
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